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(54) Vinyl-group-containing dendrimer and curable composition 



(57) A vinyl-group-containing dendrimer which can 
serve to decrease the amount of a tow-motecular-weight 
compound having safety and performance problems 
and which can give a resin composition having a high 
molecular weight but a low viscosity and having excel- 
lent performances as a coating (film), the composition 
being capable of forming a film (coating) by a conven- 
tional coating method using a roll coater or knife coater 
or by a conventional printing method such as an offset 
printing method, a gravure printing method, a letterpress 
printing method or a screen printing method, the com- 
position being curable by any one of conventional trig- 
gers such as heating, ultraviolet light, infrared light, elec- 
tron beam and y ray, the composition comprising a vinyl- 
group-containing dendrimer (A) comprising a core por- 
tion, branching portions, branches and at least 4 termi- 
nal portions and having a vinyl group as a terminal por- 
tion and a long-chain group and a curable unsaturated- 
group-containing compound (B), and the composition 
comprising a vinyl-group-conlaining dendrimer (A) ob- 
tained by reacting a polyfunctional compound (a) having 
at least three active-hydrogen-containing groups in a 
terminal per molecule and having at least five active hy- 
drogen atoms per molecule with a k>ng-chain-group- 
containing compound (b) having a functional group re- 
active with an active hydrogen atom so as to leave part 
of the active hydrogen atoms, thereby obtaining a long- 
chain-group-containing multi-branched compound (X), 



and reacting the long-chain-containtng multi-branched 
compound (X) with a vinyl-group-containing compound 
(c) having a functtonal group reactive with an active hy- 
drogen atom and a curable unsaturated-group-contain- 
ing compound (B), 
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Description 

Field of the Invention 

s [0001] The present Invention relates to a vinyl-group-containing dendrimer and a curable composition containing 
said dendrimer. More specifically, it relates to a curable composition containing a vinyl-group-containing dendrimer 
which can be used as a film-forming material such as a coating composition or an ink or as a raw material for a sealant, ^ 
a rTX>lding material, an adhesive or a tackiness agent and which can be cured by heat or radiation to give a cured film. » 
Further, the present invention relates to a curable composition which is a heat- or radiation -curable composition and 

10 can be applied to a vehk^le for a printing ink or a coating composition or an adhesive. 

Prior Art 

[0002] Conventionally, resin solutions containing organic solvents are used as a coating composftton, an adhesive, 
IS a tackiness agent, an ink, a tiller and a molding material. The above resin solutions dissipate a large amount of the 
organic solvent in the steps of application, charging and curing. With increasing concems about global and working 
environments, limitations have come to be imposed on the use of the above resin solutions. For this reason, there 
have been developed resin materials such as a water-soluble resin, a powder, a hot mett, and the like. A water-based 
resin composition requires a large amount of heat for evaporating water which is a dispersing agent, and further, since 
^0 it often contains an organic solvent to some extent for improving its coatability. a waste liquid disposal remains to solve. 
When used for coating or charging, a powder or a hot melt differ from conventional ones to a great extent In applicatton 
and charging, and it is therefore newly required to introduce new equipment or facility. For overcoming the above 
problems, the resin solution has been converted to a high solid or the water-based resin has been improved. Due to 
these efforts, it is considered that the use amount of the resin solutions tends to decrease further clearly As a funda- 
2S mental solution, however, it is strongly desired to develop a solventless liquid resin composition which is free of problems 
on environmental pollution, safety, hygiene, ignition, explosion, etc.. and which can be widely applied and can be easily 
applied or charged. 

[0003] Typical examples that can be referred to as a solventless Trquid resin composition are radiation-curable resin 
compositions. Conventk>nal radiation-curable resin compositions contain low-viscosity monomers such as various 

30 acrylfc monomers, reactive oligomers such as urethane aery late, epoxy aery late or ester acrylate and optionally other 
resin component. The low-viscosrty monomer is used mainly as a reactive dilutent for controlling the viscosity of the 
composition. A composition containing a large amount of the low-viscosity monomer shrinks in volume when cured, 
and a cured film is fragile. Further, there is another problem that a residual monomer is odorous. It has been therefore 
desired to decrease the arriount of the reactive diluent and increase the molecular weight thereof. 

35 [0004] For improving a cured product in mechanical performance, it is preferred to incorporate a reactive oligomer, 
and it is further preferred to incorporate a resin material having a high molecular weight. Since, however, these materials 
have a high viscosity or is in a solid state, it Is required to use a large amount of a reactive diluent in view of the fluidity 
of a composition before it is cured. The amount of the above materials is therefore limited! A cured product obtained 
by curing the conventional radiation curable resin composition is therefore poor in cured product properties such as 
hardness, toughness, mechanical properties and chemical resistance, and it is much inferior to a cured product obtained 
from a solvent-containing or water-based resin composition. For improving the film periormance, there has been de- 
veloped a radiation-curable resin composition containing a large amount of a reactive oligomer and a resin material 
having a large molecular weight. However, it contains a reactive diluent having a low nnolecular weight or an organic 
solvent for decreasing its viscosity to an applicable level, and under the circumstances, it cannot be said that it is 

45 improved in view of environments. 

[0005] Further, with developments in studies of polymers having hyper branched structures such as a comb-shaped 
polymer, a star-shaped polymer and dendrimers. studies of dendrimers terminated with a methacryl group are under 
way (Ret. Shi. W. et a!., J. Appl. Polym. Sci. 59, 12, 1945 (1996)., Moszner N. et al.. Macromol. chem. Phys.. 197, 2, 

621 (1 9 9 6 , JP -A- 8 - 2 348S4)7-Howevef, know n c ontpou r tds c »e nei l hef s ufficTeni in curability as a raoiation-curable ma- 

so terial nor sufficient in adhesion to a substrate. Further, although it can be said that known compounds unquestionably 
have a tow viscosity as compared with linear compounds having the same rmlecular weight, it cannot be said that the 
purpose in obtaining a iow-viscosity resin composition by incorporating a large amount is fully achieved. 

Summary of the inventk>n 

55 

[0006] It is an object of the present inventk>n to provide a vinyl-group-containing dendrimer which can serve to de- 
crease the amount of a low-molecular-weight compound having safety and performance problems and which can give 
a resin composition having a high molecular weight but a low viscosity and having excellent performances as a coating 
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(film). 

[0007] It is another object of the present invention to provide a potyf unctional, solventless and curable resin compo- 
sition containing the above vinyl-group-containing dendrimer. 

[0008] It is further another object of the present invention to provide a vinyl-group<;ontaining dendrimer which can 
s give a resin composition capable of forming a film (coating) by a conventional coating method using a roll coater or 
knife coater or by a conventional printing method such as an offset printing method, a gravure printing method, a 
letterpress printing method or a screen printing method, and a curable resin composition containing the above vinyl- 
group-containing dendrimer. 

[0009] It is still further another object of the present invention to provide a curable resin composition containing a 
10 vinyl-group-containing dendrimer, which can be cured by any one of conventional triggers such as heating, ultraviolet 
light, infrared light, electron beam and y ray. 

[0010] It is yet further another object of the present invention to provide a curable resin composition containing a 
vinyl-group-containing dendrimer, which is curable in the absence of a catalyst or a polymerization initiator when cured 
under irradiation with electron beam, y ray, and the like. 
IS [0011] Further, it is another object of the present invention to provide a curable resin composition containing a vinyl- 
group-containing dendrimer. which is suitable for use in a vehicle for a printing ink or a coating composition or in an 
adhesive. 

[0012] According to the present invention, there is provided a vinyl-group-containing dendrimer comprising a core 
portton, branching portions, branches and at least 4 terminal portions, and containing, as the terminal portions, at least 
^0 one tong-chain group selected from the class consisting of the groups of the foltowing formulae (1 -1 ), (1-2) and (1 -3), 



2S 



(CxH2.0)„R^ 



(1-1) 
(1-2) 



-CyH2yO(COC^H2^0)^R^ (1 -3 

30 

wherein is a phenyl group or a hydrogen atom, n is an integer of 4 to 25, x is an integer of 1 to 6, R^ is a 
phenyl group or an alkyi group having 1 to 22 carbon atoms, y is an integer of 2 to 22, z is an integer of 2 to 15, m is 
an integer of 1 to 25 and k is an integer of 1 to 20, 

or at least one acttve-hydrogen-containing group selected from the class consisting of the. following general formulae 
(2-1) to (2-5), 



40 



-NHR^ (2-1) 



wherein R^ is a hydrogen atom or an afkyi group having 1 to 3 carbon atoms. 



4S 



-COOH (2-2) 
-OH (2-3) 



-Si(OR^3.j,(OH)^ (2-4) 

so 

wherein R^ is an alkyI group having 1 to 8 carbon atoms or a phenyl group and h is an integer of 1 to 3, 



-P=0(0H)2 (2-5) 

55 

and at least one vinyl group. 

[001 3] According to the present invention, there is provided a vinyl-group-containing dendrimer obtained by reacting 
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a polytunctional compound (a) having at least three active-hydrogen-containing groups in a terminal per molecule and 
having at least five active hydrogen atoms per molecule with a long-chain-group-containing compound (b) having a 
functional group reactive with an active hydrogen atom so as to leave part of the active hydrogen atoms, thereby 
obtaining a long-chain-group-containing multi-branched compound (X). and reacting the long-chain-containing multi- 
branched compound (X) with a vinyl-group-containing compound (c) having a functional group reactive with an active 
hydrogen atom. 

[0014] According to the present invention, there is provided a vinyl-group-containing dendrimer obtained by reacting 
the above vlnyl-group-containing compound (c) having a functional group reactive with an active hydrogen atom with 
at least one but not more than 95 % of the total of the active hydrogen atoms of the above long-chain-group-containing 
multi-branched compound (X). 

[0015] In the above vinyl-group-containing dendrimer. the polytunctional compound (a) may be a dendrimer having 
6 to 128 active hydrogen atoms derived from the active-hydrogen-containing groups. 

[0016] In the above vlnyl-group-containing dendrimer, the polytunctional compound (a) may be a polyamino den- 
drimer containing a primary or secondary amino group. 

[0017] In the above vinyl-group-containing dendrimer, the polytunctional compound (a) may be a polyamino den- 
drimer of the formula (i) or (ii), 




0) 



4-C8Scade: 1 .4-Dianiinobuiane(4|:propylomine 




(ii) 



8-Cascade: 1 ,4-OiBininol>uUneI4):( I -azabuiy lidcne/propytamine 



[001 8] According to the present invention, there is provided a vinyl-group-containing dendrimer obtained by reacting 
a polyaimino dendrimer with a mixture of an active-hydrogen-containing (meth)acrylate compound (a-1) with a non- 
functional (meth)acrylate compound (b-1) of the general formula (3) in Michael addition reaction to form a long-chain- 
containing mufti-branched compound (X-1) and reacting the long-chain-containing multi-branched compound (X-1) 
with an isocyanate -group-containing vinyl compound (c-1). 

CH2=C(R®)COO-R^ (3) 

wherein R6 is a hydrogen atom or methyl, RS is-C^Hg^^i, •{CJH^O)J\ or -CyH2yO(COC2H2P)kR2. R2 is a 
phenyl group or an alkyi group having 1 to 22 carbon atoms, n is an integer of 4 to 25. x is an integer of 1 to 6. y is an 
integer of 2 to 22, z is an integer of 2 to 1 5, m is an integer of 1 to 25. and k is an integer of 1 to 20. 
[001 9] According to the present invention, there is provided a vinyl-group-containing dendrimer obtained by reacting 
the above active-hydrogen-containing (meth)acrylate compound (a-1) with the non-funct tonal (meth)acrylate com- 
pound (b-1) in a (a-1):(b-1) molar ratio of from 1:99 to 99:1 and reacting the resultant longHjhain-containing mutti- 
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branched compound (X-1 ) with the above isocyanate-group-containing vinyl compound (c-1). 
[0020] According to the present invention, there is provided a vinyl-group-containing dendrimer obtained by reacting 
the vinyl-group-containing compound (c) having a functional group reactive with an active hydrogen atom with at least 
one but not more than 95 % of the total of the active hydrogen atoms of the polyfunctional compound (a). 
5 [0021] According to the present invention, further, there is provided a curable resin composition containing 5 of 99 
% by weight of the above vlnyl-group-containing dendrimer (A) and 1 to 95 % by weight of a polymerizable unsaturated* 
group-containing compound (B) other than the above vinyl-group-containing dendrimer (A). 

[0022] According to the present invention, further, there is provided a curable ink containing the above curable resin 
composition which is radiation-curable. 
10 [0023] According to the present invention, there is provided a coating composition containing the above curable resin 
composition which is radiation-curable. 

* 

Brief Description of Drawings 



75 



20 



[0024] Fig. 1 is a model drawing of a dendrimer. 

[0025] Fig. 2 is a model drawing of a dendrimer. 

[0026] Fig. 3 is iH-NMR chart of a multi-branched compound obtained in Example 1. 

[0027] Fig. 4 is ^H-NMR chart of a multi-branched compound obtained in Example 2. 

[0028] Fig. 5 is ""H-NMR chart of a multi-branched compound obtained in Example 3. 

[0029] Fig. 6 is ""H-NMR chart of a multi-branched compound obtained in Example 4. 

[0030] Fig. 7 is ^H-NMR chart of a multi-branched compound obtained in Example 5. 



Detailed Description of the Invention 



ss [0031] For overcoming the above problems, the present inventors have made diligent studies on a correlation be- 
tween the structure and the viscosity with regard to various resins, and have found the following. 
[0032] By changing the molecular structure of a polymer from a general linear polymer to a comb-shaped polymer 
and further to a hyper-branched polymer, the viscosity of the polymer decreases in spite of having a high molecular 
weight, and that the number of functional groups at a terminal such as vinyl groups that can be introduced increases. 

30 [0033] Further, the polymer of the present invention has a hyper branched structure, and the expanding of chains 
thereof is therefore limited even in a reactive diluent which is a good solvent to the polymer. The polymer therefore 
has a bwer compositional viscosity than a linear polymer having the same molecular weight. 
[0034] The vinyl-group-containing dendrimer has an active-hydrogen-containing functional group in a terminal, and 
therefore, it exhibits excellent adhesion to various substrates, particularly to a plastic material with which a radiation - 

55 curing composition is hard to use. Further, by introducing a soft long-chain group having a proper chain length, both 
an increase in a molecular weight and the maintaining of a viscosity in a proper range before curing can be attained 
while maintaining curability, and a cured product is improved in mechanical properties and adhesion to a substrate. 
[0035] Moreover, there has been found a curable composition which has a high molecular weight but has a viscosity 
in a range which permits the formation of a film by a conventional film-forming method, and which can be also cured 

40 at a high rate by a conventional curing method, particularly a method using electron beam as a trigger. 

[0036] The term "dendrimer" has been generally used to refer to highly-branched hyper-regular multi-branched com- 
pounds. However, with a recent progress in studies on the method of synthesis of dendrimers, a variety of mufti- 
branched compounds having a low regularity have been developed as a new type of dendrimers for the purpose of 
simplifying their synthesis methods, for example, as shown in the development of dendritic compounds by a one-step 

45 method, and at present, nothing has been concluded with regard to their nomenclature. 

[0037] In the present invention, therefore, the term "dendrimer" refers to a three-dimensionalty branched, multi- 
branched compound, and generally refers to alt of hyper-branched polymer having a low regularity and dendrimers 
having a high regularity. The "dendrimer" in the present invention has a core portion, branches, branching portions and 
terminal portions as shown in Fig. 1 . Fig. 1 further shows model figures of a minimum-size dendrimer and a standard- 

50 size dendrimer, numbers of branches bonding to a core of each dendrimer. numbers of branches, number of branching 
portions and numbers of terminal portions. 

[0038] In the present invention, a core portion and branching portions have a structure in which at least three branches 
bond, and for example, the core portion and each branching portion formed of one atom include those of the following 
formulae (4-a) and (4-b), the core portion and each branching portion formed of a cyclic compound include those of 
55 the formulae (4-c), (4-d) and (4-e), and a structure and a metal atom of the formula (4-f) and (4-g) are also included in 
the core portion and the branching portion. Structures of the following formulae (4-h) to (4-k) are examples of structures 
corresponding to the core portion alone, and core portions of the following formulae preferably are able to have at least 
4 branches. The core portion and the branching portion are distinguished depending upon the structure of a starting 
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material for the synthesis of a dendrimer. In the following structural formulae, Rx Is an alkylene group having 1 to 12 
carbon atoms, preferably 1 to 6 carbon atoms. 



A X/ 



(4-a) (4-b) (4-c) 



(4-d) (4-e) 



I I 

o • o 

— O-Si-O— — 0-P«0 

6 6 



IS < I 

(4-f) <^-^> 



20 



I t 
I I 



25 



(4.h) 



(4-i) 



(4-j) 



(4-k) 



[0039] In the present Invention, "branch" generally refers to a constituent portion connecting one core portion or a 
branching portion to an adjacent branching portion or an adjacent terminal portion. The structure of the branch is not 
30 Specially limited. However, the branch is required to be fomied of at least four atoms. Further, the number of branches 
per molecule of the dendrimer is at least 5, preferably 7 to 125. more preferably 9 to 100. 

[0040] In the present invention, further, the terminal portion of the vinyl-group-containing dendrimer Includes long- 
chain groups of the formulae (1 -1 ) to (1 -3), vinyl groups of the formulae (9-1 ) to (9-7) to be descrlbled later, and optionally 
the active-hydrogen-contatning groups of the formula (2-1) to (2-5). 

35 [0041] When the dendrimer has a regularity, generally, the size thereof is expressed In terms of a generation. In the 
present invention, a branched structure starting from the above-defined core compound is called a first-generation 
dendrimer, and a structure having branching structure branched from all the terminal portions of the first-generation is 
called a second generation. Fig. 2 shows a third-generation dendrimer having a core portion to which four branches 
bond and temninal portions, and Fig. 2 also shows each generation. This is defined to be generations in the present 

40 invention. 

[0042] The long-chain group which the vinyl-group-containing dendrimer contains as terminal group is effective for 
compatibilizing an increase in molecular weight and a decrease in viscosity while the curing properties are maintained, 
and it is also effective for improving the solubility of the vinyl-group-containing dendrimer with other component. The 
above long-chain group has the following general formula (1-1), (1-2) or (1-3). 

45 

-C„H2„r' (1-1) 



(CxH2,0)„R^ (1-2) 



-CyH2yO(COC^H2,0)^R^ (1-3) 

[0043] In the above formulae. R^ is hydrogen atom or a phenyl group, n is an integer of 1 to 25, preferably 4 to 16, 
X is an integer of 1 to 6, preferably 2 to 4, R^ is a phenyl group or an alkyi group having 1 to 22 cartx>n atoms, preferably 
1 to 16 cartoon atoms, y is an Integer of 2 to 22, preferably 2 to 16, z is an integer of 2 to 15, preferably 3 to 5, m is an 
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integer of 1 to 25, preferably 2 to 1 6, and k is an integer of 1 to 20, preferably 1 to 5. When n. x, m. y, z or k is outskJe 
the corresponding range, undesirably, the long-chain group is liable to undergo crystallization or the molecular weight 
is made higher than necessary, which results in an increase in viscosity. 

[0044] In the present invention, further, the active-hydrogen-containing functional group, which is positioned in a 
5 terminal or in an intermediate, of the polyf unctional compound (a) or the long-chain -group-containing multi-branched 
compound (X) is a reaction site for introducing a vinyl group or optionally a long-chain group or works to improve the 
performance of a coating when it is in an un reacted state. 

[0045] in the present invention, the polyfunctional compound (a) contains at least 3, preferably 4 to 64 active-hydro- 
gen-containing functional groups per molecule, and contains at least 5, preferably 6 to 128 active hydrogen atoms 
10 derived therefrom. The above active-hydrogen-containing functk:»nal group includes, for example, active-hydrogen- 
containing organic residues of the following formulae. 



IS 



20 



-NHR^ (2-1) 
wherein R3 Is a hydrogen atom or an alkyi group having 1 to 3 carbon atoms, 

-COOH (2-2) 

-OH (2-3) 

25 -Si(OR'')3.j,(OH)^ (2-4) 

wherein is an alkyI group having 1 to 8 carbon atoms or a phenyl group and h is an integer of 1 to 3. 

30 -P=:0(0H)2 (2-5) 

[0046] While the active-hydrogen-containing functional group is not specially limited in kind, it is selected, basically, 
depending upon intended physical properties since the structure of a bonding portion has an influence on the perform- 
ances of a coating. When a primary amino group, a seconary amino group, a hydroxystlyl group and a phosphoric acid 
group are used, it is possible to increase the number of vinyl groups that can be introduced. 

[0047] In the present invention, it is preferred to use, as a polyfunctional compound (a), a dendrimer structure defined 
in the present invention since the balance between the viscosity and the curability is improved. For example, the poly- 
f unctk>nai compound (a) having the dendrimer structure, which can used in the present invention, includes dendrimers 
having an amino group, a hydroxyl group or a carboxyl group as a terminal portbn. 

[0048] Specifically, the polyamine dendrimer having terminal amino groups includes a propyleneimine dendrimer of 
the formula (i) or (ii) obtained by reacting butylenediamlne with acrylonitrile to reduce a terminal nitrile group to amine 
in one step and repeating this step (W093/1 41 47, U.S. Patent 5,530,092, JP-B-7-330631 ), an amidoamine dendrimer 
of the following structural formula (iv) obtained by reacting reacting ammonia or ethylenedlamlne with methyl acrylate 
in a Michael addition reaction and introducing a secondary amino group into a terminal In an ester-amide exchange 
reaction and repeating the reaction as required (W084/02705, JP-B-6-701 32) or its intermediate, and compounds 
having structures of the following structural formulae (iii) and (v). 

[0049] The dendrimer having a carboxyl group in a terminal includes compounds of the formulae (vi) to (x). 
[0050] The dendrimer having a hydroxyl group in a temriinal Includes compounds of the following formulae (xi) to (xv). 
[0051] Further, the above dendrimer used in the present invention includes a polyester dendrimer (DEP44437021 , 
JP-A-8-231864, WO93/17060), a polyphenylene dendrimer (S. C. E. Backson et al.. Macromol. Symp. 77.1 (1994)), 
and a polyphenylene ester dendrimer (K. L. Wooley, et al., Polymer Journal, 26, 187 (1994)). The above dendrimers 
may be used in combination. 
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36-Cascade:methane[4]: 

(3-oxo-6-oxa-2-azaheptyndyne)2:4-oxapentanoic acid 
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(ix) 



4.4,40,40-tetrakis(propylcarboxy)-1 3,13,31 ,31 -tetrakis[12-carboxy-9,9-bis(3-propylcarboxy)dodecyl]-22,22-bis 

[21 -carfooxy-1 8, 1 8-bis(propylcarboxy)-9,9-bis[1 2-carboxy>9.9-bis(propylcarboxy)dodecyl]heneicosyl]tritetracontane- 

dk>ic acid 



14 




40 



4S 



SO 
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15 




CCC0NHCCCH}0HD3, 



[C M0CH,^,CHNCO3,C 




C[ CONHCCCH,OH33, 



C C HOCH,) jCHNCOJ ,C 



Cn « 1; R » tlWy" 
Cn » 5; R « Uo> 
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(xiii) 



12-Cascade:methane [4]: (nony!idyne):propanol 




(xiv) 



1 . 1 9-dihydroxy-N,N\N".N"-tetrakis[2-hydroxy-1 , 1 -bis(hydroxymethyl)ethyl]-1 0-[14-([2-hydroxy-1 .1 -bis(hydroxyme- 
thyl)ethyl}amino]-3,3-bis[n2-hydroxy-1 , 1 -bis(hydroxymethy l)ethyl]amlno]carbon 

rakis(hydroxymethyl)-4, 1 6-clioxo-l O-penty 1-8, 1 2-dioxa-3, 1 7-dlazanonadecane-5.5, 15.1 5-tetracarboxamlde 
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N,N',N"-Tris[2-hydroxy-1 , 1 -bis(hydroxymethyOethyQ-a,ot,a\a\a\a"-hexakis[[I2-hydroxy-1 .1 -bls(hydroxymethyOethyQ 
amino]carbonyl]-1 , 3.5-benzenetripropanamide 

[0052] While the size of the highly regular dendrlmer used in the present invention is not specially linnited. preferably, 
dendrimers of first to fifth generations are used» more preferably dendrimers of first to third generations are used, and 
particularly preferably a dendrlmer of first or second generation Is used, since a vinyl-group-containing dendorimer 
and its composition having both a desirable viscosity before curing and desirable physical properties after curing can 
be obtained. 

[0053] The above dendrimer of the first or second generation is preferably selected from polyamino dendrimers of 
the formulae (i) and (ii) which are commercially available from DSM. 

[0054] While the number average molecular weight of the polyf unctional compound (a) used in the present invention 
is not specially limited, it is preferably 30 to 50,000. more preferably 50 to 5,000. When the above number averge 
molecular weight is more than 50,000. the polyf unctional compound (a) has a high viscosity or it is a solid, which is 
undesirable for handling. 

[0055] While the above dendrimer per se can be used as a polytunctional compound (a) in the present invention, a 
vinyl-group-containing dendrimer having a desirable viscosity before curing and curing properties can be obtained by 
introducing a branch having a proper long chain and a terminal functional group to active-hydrogen-containing groups 
of the dendrimer. When the active-hydrogen-containing group of the polytunctional compound (a) is a primary amino 
group or a hydroxysilyl group, the number of the active-hydrogen-containing groups can be increased by using it as a 
branching portion. 

[0056] The method of modifying the polytunctional compound (a) can be selected depending upon kinds of functional 
groups and kinds of intended active-hydrogen-containing groups, and it is not specially limited. For instance, the poly- 
functional compound (a) being the above polyamino dendrimer having a primary or secondary amino group as an 
active-hydrogen-containing group can be easily rrKxiitied by reacting with an active-hydrogen-containing (meth)acrylate 
compound (a-1) in a Michael addition reaction. 

[0057] The active-hydrogen-containing (meth)acrylate compound (a-1 ) in the present invention has at least one h y- 
droxy I yioup ui caiUuxyl group~p~er nrtoiecuie, ana n inciuaes, tor example, a hydroxylalkyi (meth)acrylate compound 
of the following formula (5), 

CH2=C(R^)COOR^-OH (5) 

wherein is a hydrogen atom or methyl, and R^ is an alkylene group having 2 to 22 carbon atoms, preferably 2 
to 6 carbon atoms, 

a polyalkytene glycol mono(meth)acrylate compound of the following formula (6), 
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CH2=C(R")COO(C^H2^0)^H 



(6) 



wherein R® Is a hydrogen atorrt or methyl, x is an integer of 1 to 6, preferably 2 to 4, and m Is an integer of 1 to 
25, preferabty 2 to 16, 

a polylactone mono(meth)acrylate compound of the following formula (7), 



CH2=C(R )COOCyH2yO(COC2H2z)kH 



(7) 



wherein is a hydrogen atom or methyl, y is an Integer of 2 to 22, preferably 2 to 16, z is an integer of 2 to 15, 

preferably 3 to 5, and k Is an integer of 1 to 20, preferably 1 to 5, 

and 

a urethane mono(meth)acrylate compound of the following formula (8), 



CH2=C(R®)C0R^0[C0NHR®NH0R®0)hH 



(8) 



wherein R® is a hydrogen atom or methyl, R^ Is an alkyl group having 2 to 22 carbon atoms, preferably 2 to 
16 carbon atoms, R^ is an isocyanate residue of any one of the following formula (8-a) to (8-h), R^ is a dihydric 
alcohol residue represented by -(CpHgpO)^- or -CpHap- in which p is an Integer of 1 to 4 and q Is an integer of 1 to 
100, and h is an integer of 1 to 10. 



2S 



30 



35 



40 



45 





(8-a) 



(8-b) 



(8-c) 



(8-d) 



(8-e) 



SO 
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(8-f) (8^g) 




[0058] In the present invention, the chain length of the above active-hydrogen-containing (meth)acrylate compound 
(a-1) is preferably smalt when a hard cured product is required, and rt is large for the purpose of improving flexibility 
In the above range, a viscosity lends to decrease with an increase of the chain length in spite of increasing in a molecular 
weight. When the chain length is larger than the above range, undesirably, the vinyl-group-containing dendrimer has 
a high viscosity, or it is a solid at room temperature and further, it is poor in curing properties. 

[0059] More specifically, the hydroxyalkyi (meth)acrylate compound of the general formula (5) includes 2-hydroxye- 
thyl (meth)acrylate, 2-hydroxypropyl (meth)acrylate, 4-hydroxybiityl (meth)acrylate and 2-hydroxybutyl (meth)acrylate. 
[0060] The alkylene glycol mono(meth)acrylate compound of the general formula (6) includes diethylene glycol mono 
(meth)acrylate. triethylene glycol mono(meth)acrylate, tetraethylene glycol mono(meth)acrylate, tetrapropylene glycol 
(meth)acrylate, dipropylene glycol mono(meth)acrylate, tripropylene glycol mono(meth)acrylate, tetrapropylene glycol 
mono(meth)acrylate and polytetramethylene glycol (meth)acrylate. 

[0061] The polycaprolactone mono(meth)acrylate compound of the general formula (7) includes 2-(meth)acryloy- 
loxyethylhydrogene caprolactonate, 2-(meth)acryloyloxyethylhydrogene dicaprolactonate, 2-(meth)acryloyloxyethyl- 
hydrogene poly (polymerization degree 3 to 5) caprolactonate and 2-(meth)acryloyloxyethyl-2-hdyroxy-6-hexanolac- 
tonate. 

[0062] In addition to the above compounds of the general formulae (5) to (7). the active-hydrogen-containing (meth) 
acrylate compound (a-1) in the present Invention includes 2-(meth)acryloyloxyethyl-2-hydro)cypropyl phthalate, 3-chlo- 
ro-2-hydroxypropyl (meth)acrylate and 2-hydroxy-3-phenoxy propyl (meth)acrylate. and it also includes glycerol mono 
(meth)acrylate, pentaerythritol mono(meth)acrylate. ethylene-oxide-modifted pentaerythritol mono(meth)acrylate, tri- 
methylolpropane mono(meth)acrylate and ethylene-oxide-modified trimethylolpropane mono(meth)acrylate. 
[0063] The (meth)acrylate compound having a carboxyl group in the molecule includes maleic acid, fumaric acid, 
itaconic acid, citraconic acid, alkyi or alkenyl monoesters of these. p>(meth)acryloxyethyl isophthalate monoester. p- 
^meth)acfytoxyeth y I terephtha lat e monoe5le rrP^eth)acryloxyeinyi succinate monoester, acrylic acid, methacrylic ac- 
id. crotonic acid and cinnamic acid. 

[0064] The long-chaing-containing multi-branched compound (X) in the present invention is obtained by reacting a 
long-chain-containing compound (b) having a functional group reactive with active hydrogen w'rth the above polyf unc- 
tional compound (a). The long-chain-containing multi-branched compound has at least 2, preferably 3 to 60 active- 
hydrogen-containing functional groups in the terminal and at least 2. preferably 2 to 127, more preferably 4 to 100 
active hydrogen atom. 

[0065] When the above polyf unctional compound (a) has a primary or secondary amino group as a terminal functional 
group, a non-functional (meth )acry late compound (b-1) of the following general formula (3) is preferrably used as the 
above long-chain-containing compound (b), since a tong-chain-containing multi-branched compound (X-1) can be ob- 
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tained by a Michael addition reaction under a moderate condition. 

CH2=C(R^)CCX>R^ (3) 

[0066] In the above formula, is a hydrogen atom or methyl and RS is -CnHgn+v -(^x^2x^)m^^ or -CyHgyO 
(COC^HgzOjj^R^ in which R^ Is a phenyl group or an alkyl group having 1 to 22, preferably 1 to 16 carbon atoms, n is 
an integer of 4 to 25, preferably 4 to 16, x is an Integer of 1 to 6, preferably 2 to 4, y is an Integer of 2 to 22, preferably 
2 to 16, z is an integer of 2 to 15, preferably 3 to 5, m is an integer of 1 to 25, preferably 2 to 16 and k is an Integer of 
1 to 20, preferably 1 to 5. When n, x, m, y, z or k is outside the corresponding range, undesirably, the long-chain group 
is liable to undergo crystallization or the molecular weight is made higher than necessary, which results In an increase 
In viscosity. Further, R^ is preferably a hydrogen atom since It is effective for improving a reaction efficiency. 
[0067] Specifically, the alkyl (meth)acrylate compound of the above formula (3) in which R^ is -C^Hgn+i includes 
methyl methacrylate, ethyl methacrylate, butyl (meth)acrylate, pentyl (meth)acrylate, heptyl (meth)acrylate, hexyl 
(meth)acrylate. octyl (meth)acrylate, 2-ethylhexyl (meth)acfylate, nonyl (meth)acrylate, decyl (meth)acrylate, undecyl 
(meth)acrylate, dodecyl (meth)acrylate. tridecyl (meth)acrylate, tetradecyl (meth)acrylate. pentadecyl (meth)acrylate, 
hexadecyl (meth)acrylate, heptadecyl (meth]acryfate, octadecyl (meth)acrylate, eicoscyl (meth)acrylale, heneicosyl 
(meth)acrylate and docosyl {meth)acrylate. 

[0068] The alkylene glycol (meth)acrylate compound of the above formula (3) in which RS is -(CxH2xO)^R2 includes 
methoxydlethylene glycol (meth)acrylate, methoxytriethylene glycol (meth)acrylate, phenoxydlethylene glycol (meth) 
acrylate, phenoxyethylene glycol (meth )acry late, methoxytetraethylene glycol (meth )acry late, ethoxytetraethylene gly- 
col (meth)acrylate. propxytetraethylene glycol (meth)acrylate, n-butoxytetraethylene glycol (meth)acrylate, n-pentox- 
ytetraethylene glycol (meth)acrylate, tripropylene glycol (meth )acry late, tetrapropylene glycol (meth)acrylate. methox- 
ytripropylene goycol (meth)acrylate. methoxytetrapropylene glycol (meth)acrylate, ethoxyetrapropylene glycol (meth) 
acrylate. propoxytetrapropylene glycol (meth)acrylate, n-butoxytetrapropylene glycol (meth)acrylate, n-pentoxytetrap- 
ropylene glycol (meth)acrylate, polytetramethylene glycol (meth)acrylate, methoxypolytetramethylene glycol (meth) 
acrylate, methoxy poly ethylene goycol (meth)acrylate, ethoxy polyethylene glycol (meth)acrylate, phenoxytrlethylene 
glycol (meth)acrylate, phenoxytetraethylene glycol (meth)acrylate, phenoxyhexaethylene glycol (meth)acrylate, phe- 
noxypolyethylene glycol (meth )acry late, and phenoxytetrapropylene glycol (meth )acry late. 

[0069] The poly lactone (meth )acry late compound of the above formula (3) In which R& is -CyH2yO(COC2H220),jR2 
Includes 2-(meth)acryloyloxyethyl hydrogenmethoxycaprolactonate, 2-(meth)acryloyloxyethyl hydrogenmethoxydicar- 
prolatonate. 2-methacryloyloxy hydrogenmethoxypoly (polymerization degree 3 to 5) caprolactonate, and 2-(meth) 
acryloyloxyethyl-2-methoxy-6-hexanolactonate. 

[0070] In the present invention, the long-chain-contarning multi-branched compound (X-1) can obtained effectively 
obtained by reacting the above polyamino dendrlmer with a mixture of the active-hydrogen-contalning (meth)acrylate 
compound (a-1) with the non-functional (meth )acry late compound (b-1) in a Michael addition reaction. The amount of 
the above mixture of the active-hydrogen -containing (meth)acfylate compound (a-1) with the non-functional (meth) 
acrylate compound (b-1 ) Is not specially limited so long as at least one of each of the active-hydrogen -containing (meth) 
acrylate compound (a-1) with the non-functional (meth)acrylate compound (b-1) constitutes an adduct. However, the 
amount of the above mixture based on the total amount of active hydrogen atoms derived from the polyamino dendrimer 
is preferably 10 to 95 %, nnore preferably 50 to 90 %. When the above amount is smaller than the above tower limit, 
undesirably, it Is sometimes difficult to obtain a multi-branched structure and it is sometimes difficult to fully reflect the 
feature of the (a-1) and (b-1). 

[0071] Further, while the mixing ratio of the active-hydrogen-contalning (meth)acrylate compound (a-1) and the non- 
functional (meth)acrylate compound (b-1) differs depending upon the total number of active hydrogen atoms derived 
from the polyamino dendorimer, the (a-1 ):(b-1 ) mixing ratio is 1 :99 to 99: 1 , preferably 20:80 to 95:5. When the amount 
of the (b-1 ) Is too large, undesirably. It is sometimes difficult to obtain sufficient curing properties. When it is too small, 
undesirably, no sufficient effect is obtained. 

[0072] While the above long-chain-containing polyf uncttonat compound (X-1 ) can be obtained by a reaction according 
to a conventtonal method, side reactions do not take place much when an alcohol such as methanol or ethanol is used 
as a solvent. When the solvent is used, the amount of the solvent is preferably 1 to 100 times the amount of the 
polyamino dendrimer. Further, while the reaction does not require heating, It Is preferred to heat a reaction mixture at 
a temperature in the range of from 30 to 70°C when the polyamino dendrimer or the (meth)acrylate compound has a 
high molecular weight. While the reaction time differs depending upon the polyamino dendorimer and a reaction tem- 
perature, It is 30 minutes to 72 hours, generally 1 day at room temperature, or 1 to 1 0 hours under heat at a temperature 
of 50 to lOO^'C. 

[0073] In the present inventton, a vinyl group is Introduced for imparting the tong<hain-containing multi-branched 
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compound (X) with reactivity, and it is not specialty limited so long as it has a polymerizable double bond. The vinyl 
group preferably includes the following. 



CH2=CHCOO- 


acryl group 


(9-1) 


CH2=CH(CH3)COO- 


methacry! group 


(9-2) 


CH2=CH- 


vinyl group 


(9-3) 


CH2=CH-CH2-0- 


allyl group 


(9-4) 


-CH=CH- 


dienyl group 


(9-5) 


CH2=CH-CgH4- 


phenytvinyl group 


(9-6) 


CH2=CH-0- 


vinylether group 


(9-7) 



[0074] In view of reactivity in curing with radiation, of the above vinyl groups, an acryl group is preferred for ultraviolet 
curing, and a methacryl group is preferred from the aspects of reactivty and safety since it shows relatively high curing 
IS properties in electron beam curing. It is also preferred to use a combination of a (meth)acryl group with a vinyl ether 
group. 

[0075] In the present invention, the chain length of the branch having the vinyl group introduced is defined to be the 
number of atoms which are linearly connected and are counted from an atom present next to the binding atom of the 
branching portion to a first-appearing Z>CH=CH-structure (Z is a hydrogen atom or an organic residue). When the 
20 chain contains a ring structure such as an aronmic ring, a cyciized ring or hetero ring, the number of the ring structure 
is counted as two atoms. In the present invention, the chain length of the branch portion having the vinyl group intro- 
duced is preferably 2 to 100, more preferably 9 to 70. 

[0076] In the present invention, the vinyl-group-containing dendrimer is obtained by introducing the vinyl group into 
the above long-chain-containing multi-branched compound (X), and basically, it is obtained by a reaction between the 
25 active-hydrogen-containing functional group of the long-chain-containing multi-branched compound (X) and the vinyl- 
group-containrng compound (c) having a functional group reactive with active hydrogen. 

[0077] In the present invention, the functional group reactive with active hydrogen is selected depending upon the 
active-hydrogen-containing functional group of the long-chain-containing multi-branched compound (X). For example, 
when the active-hydrogen-containing functional group of the long-chain-containing multi-branched compound (X) is a 

30 primary or secondary amino group, the above functional group reactive with active hydrogen is preferably an acryl 
group, a carboxyl group or an epoxy group. When the above active-hydrogen -containing terminal group is a hydroxy! 
group, the above functional group is preferably an isocyanate group, a glycidyl group or a carboxyl group. 
[0078] The vinyt-group-containing compound (c) that can be used when the long-chain-containing multi-branched 
compound (X) has an amino group as the active-hydrogen-containingf unctional group includes compounds having an 

35 acryloyl group and other vinyl group, such as 2-hydroxy-3-acryloyloxypropyl methacrylate. In this case, however, no 
acryl group can be introduced to the terminal, and it is therefore sometimes difficult to obtain sufficiisnt curing properties 
as an ultraviolet curable compound in particular. 

[0079] The vinyl-group-containing compound (c) that can be used when the active-hydrogen-containing functional 
group is a hydroxyl group includes epoxy-group-containing vinyl compounds such as glycidyl (meth)acrylate, 3,4-epox- 
40 ycyclohexyl (meth)acrylate, 1 -vinyl-3,4-epoxycylcohexane, and (3,4-epoxycyclohexyl-5-hydroxyhexanoic carboxylate) 
(meth)acrylate. 

[0080] Further, the isocyanate-group-containing vinyl compound (c-1 ) having an isocyanate group can be used when 
the active-hydrogen-containing functional group is a hydroxyl group, a cart)Oxyl group or an amino group. In view of 
the stability of the terminal vinyl group, particularly, a combination of a hydroxyl group with an Isocyanate group is 
45 preferred since the reaction proceeds under a moderate condition. 

[0081] A preferred method of using the above isocyanate-group-containing vinyl compound (c-1) is as follows. A 
mixture of the active-hydrogen-containing {meth)acrylate compound (a-1) with the non-functional (meth)acrylate com- 
pound (b-1) is reacted with the polyamino dendrimer in a Michael addition reaction to obtain the above long-chaln- 

coFttainin9-mu{tl-bfanche#^G mpound (X - 1), and -the obta in ed l on g -cha in -c o n t ain i ng tn ulti-branchecf'compoxrn'd (X-1)" 

so is reacted with the isocyanate-group-containing vinyl compound (c-1 ) in an addition reaction, whereby the vinyl group 
can be introduced. 

[0082] The above isocyanate-group-containing vinyl compound (c-1) includes, for example, methacryloyloxyethyl 
isocyanate (MOI), vinyl isocyanate. allyl isocyanate, (meth)acryloyl isocyanate (MAI) and isopropenyl-<x,a<limethyl- 
benzyl isocyanate (TMI). 

55 [0083] In the present invention, further, a compound obtained by reacting equimolar amounts of a diisocyanate com- 
pound and a vinyl compound having one functional group reactive with an isocyanate group can be also used as an 
isocyanate-group-containing vinyl compound (c- 1 ). 

[0084] The above diisocyanate compound includes hexane 1 ,6-diisocyanate, isophorone diisocyanate, 4.4'-diphe- 
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nylmethane diiscxyanate, polymeric diphenylmethane diisocyanate, xylylene diisocyanate, tolutoluylene diisocyanate» 
hexamethylene diisocyanate, 4-methyl'm-phenylene diisocyanate, naphthylene diisocyanate. p-plienyiene diisocy- 
anate, tetramethylxylylene diisocyanate, cyclohexylmethane diisocyanate, hydrogenated xylylene diisocyanate. cy- 
clohexyl diisocyanate, 2,2,4-trimethylhexannethylene diisocyanate, 2,4,4-trimethylhexamethylene diisocyanate. m-te- 
tramethybcylylene diisocyanate, p-tetramethylxylylene diisocyanate and dimer acid diisocyanate. 
[0085] While the vinyl compound having a functional group reactive with an isocyanate group, used in the present 
invention, includes vinyl compounds having an amino group, a hyrdoxyl group or a carboxyl group, a vinyl compound 
having a hydroxyl group or a carboxyl group is preferred in view of reactivity with an isocyanate group. As (meth) 
acrylate compound having a hydroxyl group in the present invention, a compound having one hydroxyl group atone 
can be used out of the above compounds. A compound having a relatively low molecular weight, for example 15,000 
or less, preferably 5,000 or less, is preferred in view of reactivity with the diisocyanate, and it includes, for example. 
4-hydroxybutyl (meth)acrylate, 2-hydroxyethyl (meth)acrylate and 2-(meth)acryloyloxyethyl hydrogencaprolactonate. 
[0086] In the present invention, the amount ratio of the introduced vinyl group is not specially limited so long as the 
vinyl-group-containing dendrimer contains at least one vinyl group. However, the amount ratio of the vinyl group based 
on the total active hydrogen amount in the long-chain-containing multi-branched compound (X) is preferably 10 to 95 
%, more preferably 20 to 80 %. When the above amount ratio is less than the above lower limit, undesirably, no sufficient 
curability can be obtained. When it is larger than the above upper limit, undesirably, the obtained vinyl-group-containing 
dendrimer sometimes has an increased viscosity, shows poor solubility with other component and causes a deterio- 
ration in the physical properties of a coating such as adhesion. 

[0087] The amount of the isocyanate-group-containing compound (c-1) is not specially limited so long as at least 
one isocyanate group of isocyanate-group-containing compound (c-1 ) bonds to the functional group of the long-chain- 
containing multi-branched compound (x). However, the amount of the isocyanate-group-containing compound (c-1 ) Is 
preferably 10 to 95 %, more preferably 20 to 80 %, based on the total amount of active hydrogen atoms which are 
derived from the polyamino dendrimer or derived. from the terminal of the active-hydrogen<ontaining (meth)acrylate 
compound (a-1) and present in the multi-branched compound or the tong-chain-containing multi-branched compound 
(X-l). 

[0088] When the above isocyanate-group-containing vinyl compound (c-1) is added, a catalyst may be added as 
required. The catalyst is selected from tin-containing catalysts used for synthesis of general urethane. such as tin 
octylate or tin 2-ethylhexanoate. The amount of the catalyst based on the isocyanate-group-containing vinyl compound 
(c-1 ) is 1 to 0.01 % by weight. 

[0089] The vinyl-group-containing dendrimer obtained in the present invention is a liquid having a number average 
molecular weight of 200 to 100,000, preferably 300 to 50,000. more preferably 400 to 40.000 and a viscosity (30**C) 
of 100,000 cps or less, preferably 50.000 to 500 cps. more preferably 20.000 to 1 ,000 cps. When the above molecular 
weight is lower than the above tower limit, undesirably, shrinking occurs extremely at a curing time. When the above 
molecular weight is high, it is not a special problem so long as the dendrimer has a viscosity in a range where a coating 
can be formed. However, when the above molecular weight is greater than the above upper limit, the viscosity increases, 
and it is undesirable in view of coating properties. Further, when the above viscosity exceeds the above upper limit, it 
is undesirable in view of its solubility with other component and film-forming properties. 

[0090] While the vinyl-group-containing dendrimer (A) obtained in the present invention exhibits sufficient film-form- 
ing properties when used alone, there may be prepared a composition by mixing it with a polymerizable unsaturated- 
binding-group-containing compound (B) other than the above vinyl-group-containing dendrimer, for improving the vis- 
cosity of a curing composition before curing and the coating properties after curing such as water resistance, hardness 
and abrasion resistance. The polymerizable unsaturated-binding-group-containing compound (B) includes compounds 
having at least one unsaturated double bond per molecule, and particularly, it includes (meth)acrylate compounds and 
vinyl compounds. Of these, it is desirable to use a (meth)acrylate compound in view of safety and easiness in acqui- 
sition. 

[0091] The above (meth )acry late compounds include, for example, monofunctional (meth)acrylate compounds such 
as methyl (meth)acrylate. butyl (meth)acrylate. 2-hydroxyethyl (meth)acrylate, phenoxyethyl (meth)acrylate. phe- 
noxymethyl (meth)acrylate, benzyl (meth)acrylate, isobomyl (meth)acrylate, dicyclopentynyl ( meth )acry late and (dicy- 

clopentenyi)oxy(meth)acrylate. 

[0092] Further, the above (meth)acrylate compound also includes difunctional (meth)acrylate compounds such as 
ethylene glycol dl(meth)acrylate, diethylene glycol di(meth)acrylate, triethylene glycol di(meth)acrylate, polyethylene 
glycol di(meth)acrylate, tripropylene glycol di(meth)acrylate, polypropylene glycol di(meth)acrylate. 1 ,3-butylene glycol 
di(meth)acrylate, 1 ,6-hexanediol di(meth)acrylate, 2-methyl-1.8-octanediol diacrylate. 1.9-nonanediol di(meth)acr- 
ylate, neopentyl glycol di(meth)acrylate. 2,2-bis[4-{(meth)acryloxydiethoxy)phenyl]propane. 2.2-bis[4-{(meth)acry- 
loxyethoxy}phenyl]propane, 2,2-bis [4-{(meth)acryloxypolyethoxy}phenyl]propane, 2.2-bis[4-{(meth)acrytoxydipro- 
poxy}phenyl]propane, 2,2-bis [4-{(meth)acryloxypropoxy}phenyl]propane, 2.2-bis[4-{(meth)acrytoxypolypropoxy)phe- 
nyllpropane. and tricyclo[5.2.1.02.6]decanyl di (meth )acry late. 
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[0093] Further, the above (meth)acrylate compound also includes trifunctional or higher (meth)acrylate compounds 
such as trinnethylolpropane tri(meth)acrylate, tetramethylolmethane tri(meth)acrylate, tetramethylol ethane tri(melh) 
acrylate, tetramethylolmethane let ra(meth)acry late, ethylene-oxide-modified trlmethylolpropane tri{meth)acrylate pen- 
taerythrytol tetra(meta)acrylate, pentaerythrytol trl(meta)acrylate and dipentaerythritol hexa(meth)acrylate. 
[0094] Further, the above vinyl compound includes, for example, methyl vinyl ether, ethyl vinyl ether, propyl vinyl 
ether, isobutyl vinyl ether, octadecyl vinyl ether, vinyl cyclohexyl ether, vinyl-4-hydroxybutyl ether, butandediol-1,4-di- 
vinyl ether, vinylpyrrolidone, vinylcaprolactam, vinyl carbazole, viny 1-1 -imidazole, divinylethyleneurea, N-vinylforma- 
mide, N-vinylformalin, ally! glycidyl ether and allyl chloride. Further, diene compound, stylene compound and unsatu- 
rated alyphatic compound can be used. 

[0095] As a reactive diluent for the vinyi-group-containing dendrimer (A) of the above polymerizable unsaturated- 
group-containing compounds (6). the diluent preferably has an SP value of 8.5 to 12.5, more preferably 9.0 to 11.0. 
Compounds having an SP value in the above range are excellent in the solubility with the vinyi-group-containing den- 
drimer (A) or general reactive oligomers, and in the above range, the feature of a dendrimer whose chain does not 
extend much can be utilized. 

[0096] In the present Invention, the mixing ratio of the vinyl-group-containing dendrimer (A) and the polymerizable 
unsaturated-group-containing compound (B) [(A);(B)) is preferably 5:95 to 99:1 . more preferably 20:80 to 80:20. When 
the ratio of (A) is smaller than the above, undesirably, a shrinkage takes place extremely at a curing time and the curing 
properties are extremely degraded. 

[0097] Further, the curable composition obtained in the present invention preferably has a viscosity, before cured, 
of 10 to 50,000 cps (30*C), more preferably 20 to 20,000 cps. When it is attempted to obtain a curable composition 
having a viscosity lower than the above lower limit, undesirably, a larger amount of the polymerizable unsaturated- 
group-containing compound (B) is required. When the above viscosity is larger than the above upper limit, undesirably, 
the composition is poor in coating properties. 

[0098] While the vinyl-group-containing dendrimer (A) per se or the curable composition, obtained in the present 
inventk>n, can be used as a curable solventless liquid resin and can be used as film^orming materials such as a coating 
composition and an ink, a molding nnaterial and an adhesive, it can be adjusted in viscosity, film fonmability and per- 
formances of a coating by adding a crosslinking agent such as a monofunctional or polyf unctional (meth)acrylate mon- 
omer, a polyisocyanate or melamine. For the same reason, a curing agent such as an amino resin or a phenolic resin 
may be added. Further, for improving the performances of a coating, the curable composition of the present invention 
may contain known general-use polymers such as a polyamide resin, a cellulose derivative, a vinyl resin, a potyolefin, 
a natural rubber derivative, an acrylic resin, an epoxy resin, a polyester and a polystyrene, vinyf-group-possessing 
reactive resins such as a urethane acrylic resin, an epoxy acrylic resin, an alkyd resin, a rosin-modifed alkyd resin and 
a linseed-oil-nnodified alkyd resin, and drying oils such as linseed oil, tung oil and soybean oil. However, the amount 
of each of these preferably does not exceed 40 % by weight, more preferably does not exceed 20 % by weight. Further, 
the curable composition of the present invention may contain a solvent, a compatibilizer, a surfactant or a lubricant. 
The amount of each of these is 20 % by weight or less, preferably 10 % by weight or less. 

[0099] The curable composition of the present invention can be used as various printing inks and color coating 
compositions by adding, as colorants, proper amounts of dyes and pigments such as carbon black, titanium white, 
phthalocyanine, azo dye and quinacridone, and proper amounts ofinorganic fillers such as Si fine particles, mica and 
calcium cartx>nate. 

[0100] For curing the vinyl-group-cbntaining dendorlmer and the curable composition by Irradiation with radiation, 
the composition may contain a known photo-polymerization sensitizer or initiator. Further, for improving the curable 
composition in flukJity. water or an organic solvent may be added. 

[0101] The composition for forming a coating, containing the vinyl-group-containing dendorimer or the curable conrv 
position of the present invention, can be applied to metal plates such as various steel plates and aluminum plates and 
substrates of plastic films, paper and plastic film laminate paper by a coating method using a roll coater or a knife 
coater or a printing method such as an offset printing method, a gravure printing method, a letterpress printing method 
or a silk screen printing method, to form a film or coating ha ving a thickness of 0. 1 to 500 ^im. And, the above compositk)n 
can be cured-byhe^tlng or irraaiaiion with radiation such as electron beam, ultraviolet light, visible light or infrared light. 
[0102] When the above composition is cured by irradiation with electron beam, there is used an electron beam 
irradiatran apparatus having an energy preferably in the range of 10 to 1,000 kV more preferably 30 to 300 kV. The 
dose is preferably 0.1 to 100 Mrad, more preferably 0.5 to 20 Mrad. When the dose is less than the above lower limit, 
it Is difficult to obtain a sufficiently cured product. When the dose is larger than the above upper limit, undesirably, a 
coating, a film or a substrate is greatly damaged. 

[0103] In the present invention, forming a film or a coating refers to the formation of a film or a coating having a 
thickness of 0.1 to 500 \m on a substrate fomried of paper, a metal, plastk: or ceramic by a printing method or an 
application method. 
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Effect of the Invention 

[0104] The present invention provides a vinyl-group-containing dendorlmer, having an active-hydrogen-containing 
site in the terminal and a non-functional-group-containing site, which has a low viscosity in spite of its high molecular 

s weight and which exhibits excellent adhesion to various substrates, particularly a plastic substrate which has been 
said to be very difficult to use with a radiation-curing method by using a conventional solvent free curable resin com- 
position. Further, low-molecular-weight compounds which are used in general solventless curable resin compositions 
and said to have problems in view of safety and physical properties can be decreased in amount or can be replaced, 
so that working environments can be improved. Further, there is provided a vtnyl-group-containing dendorimer and a 

10 curable composition which is capable of forming a film (coating) by a conventional coating method using a roll coater 
or knife coater or by a conventional printing method such as an offset printing method, a gravure printing method, and 
which can be cured by any one of conventional triggers such as heating, ultraviolet light, infrared light, electron beam 
and y ray. In particular, when cured by electron beam or y ray, the curable resin composition of the present invention 
contains a vinyl-group-containing dendrimer and a polymerlzable unsaturated-group-containing compound and can 

IS be cured in the absence of a catalyst or an initiator. 



[01 05] The present invention will be explained more in detail with reference to Examples hereinafter, while the present 
^0 invention shall not be limited thereto. 

<Methods of structural analysis, measurement of number average molecular weight and measurement of viscosity> 

1) Structural analysis 

25 

[0106] Structures of synthesized vinyl-group-containing dendrimers were analyzed by ^ H-NMR. 

2) Number average molecular weight: 

30 [0107] Gel permeation chronr^tography (Tosoh Corp SC-8020) 

[0108] A calibration curve of gel permeation chromatograph (GPC) was prepared from several kinds of vinyl-group- 
containing dendrimers having whose structures were analyzed by ^ H-NMR. and results obtained by GPC measurement 
on the basis of the calibration curve were used. Concerning molecular weight distributions (Mw/Mn). values obtained 
by means of the above measuring apparatus were used. 

35 

3) Viscosity: 

[0109] Rheometer (RDS-II, RFS-II, supplied by Rheometrics) 

[0110] A sample was measured for a viscosity with a rheometer RDS-II (for measurement of high viscosity) or RFS- 
40 II (tor measurement of low viscosity) depending upon the viscosity of the sample, and an obtained viscosity by static 
method (value at a share rate of 1 to 10/sec) was used. 

<Electron beam irradiatk>n apparatus and conditions of irradiation> 

45 1) Area beam electron beam irradiation apparatus. Curetron EBC-200-20-30 (Nisshin High Voltage) 

[0111] Electron beam acceleration rate: 200 kV 

[0112] A dose was adjusted in a range of 0.5 to 8 Mrad on the basis of an electric current amount. 
so 2) MIN-EB (Supplied by AIT) 

[0113] Electron beam acceleration rate: 60 kV 

[0114] A dose was adjusted in a range of 0.5 to 8 Mrad on the basis of the velocity of a belt conveyer. 
[0115] Compounds used in Examples and Comparative Examples or abbreviations therefore were as foltows. 



Examples 
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1) Polyfunctranal compound (a) 



DAB4: shown by the structural formula (i) 
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4-Cascade: 1 ,4-diaminobutane[4]:propylamine 

DAB8: shown by the structural formula (ii) 

8-Cascade: 1 ,4-dlaminobutane[4]:1 -a2abutylidene)^propylamine 

NMP12: shown by the structural formula (xltl) 

12-cascade: methane[4]: (nonylidyne): propanol 

2) Active-hydrogen-containing (melh)acrylate compound (a-1 ) 

HEA: 2-hydroxyethyl acrylate 
4HBA: 4-hydroxybutyl acrylate 

PPG6A: polypropylene glycol (polymerization degree of PPG chain = 6) acrylate 
PEG7A: polyethylene glycol (polymerization degree of PEG chain = 7) acrylate 

PCL2A: 2-(meth)acryloyloxyethyl hydrogen dicaprolactonate (Praccel FA-2, supplied by Daicel Chemical In- 
dustries, Ltd.) 

3) Non-functional (meth)acrylate compound (b-1) 

BA: butyal acrylate 

EHA: 2-ethylhexyl acrylate 

LA: lauryt acrylate 

MPEG9A: Methoxypolyethylene glycol (polymerization degree of PEG chain = 9) acrylate 

4) Vinyt-group-containing compound (c) having a functional group reactive with active hydrogen 

G201P: 2-hydroxy-3-acryloyloxypropyl methacryiate 

5) Isocynate-group-contatning vinyl compound (c-1) 

MOI: Methacryloyloxyethyl isocynate 

TMI: dimethyl meta-isopropylbenzyl isocyanate 

Synthesis products shown in Synthesis Examples 1 to 7 

6) Polymerizable-unsaturated-group-containing compound (B) 

PEG9DA: Polyethylene glycol diacrylate (Mn = 508, r\ = 36.2 cps) 
NODA: 1 ,9-nonanediol diacrylate (Mn = 268, t\ = 7.3 cps) 

BP4E A: 2.2-bis[4-{acryloxypolyethoxy}-phenyl]propane (Mn = 560, = 1 ,700 cps) 
TPGDA: tripropylene glycol diacrylate (Mn = 300, t| = 12 cps) 
TMPT3EO: ethylene-oxide-modified trimethylopropane triacrylate 

NK-ester A-TMPT-3EO supplied by Shrn-Nakamura Chemical Industry Co., Ltd. (Mn = 428, r\ = 50 cps) 
DPHA: dtpentaerythritol hexaacrylate(Mn = 578, t| = 5,000 cps) 

UV-1 700B: a linear urethane acrylate oligomer, supplied by Nippon Gosei Kagaku (Mn = 2.000, t\ = 22,500 cps) 
Synthesis Example 1 - Equimolar adduct of tolylene diisocynate (TDl) with 4HBA 

[0116] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 144 g of 4HBA and 144 g of ethyl acetate was 
charged with 174 g of TDl. 174 g of ethyl acetate and 0.2 g of tin 2-ethylhexanoate, and while the mixture in the flask 
was stilled uiiUertTeat~ln~a~hoi waier oain ai dirC. the above mixture charged in the dropping funnel was dropwise 
added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 
value or lower. 

Synthesis Example 2 - Equimolar adduct of isophorone diisocynate (IPDA) with 4HBA 

[0117] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 144 g of 4HBA and 144 g of ethyl acetate was 
charged with 222 g of IPDI, 220 g of ethyl acetate and 0.2 g of tin 2-ethyIhexanoat6. and while the mixture in the flask 
was stirred under heat in a hot water bath at 50^C, the above mixture charged in the dropping funnel was dropwise 
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added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 
value or lower. 

Synthesis Example 3 - Equimolar adduct of TDI with HEA 



[0118] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 116 g of HEA and 120 g of ethyl acetate was 
charged with 174 g of TDI, 174 g of ethyl acetate and 0.2 g of tin 2-ethylhexanoate, and while the mixture in the flask 
was stirred under heat in a hot water bath at 50*" C, the above mixture charged in the dropping funnel was drop wise 
10 added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 
value or lower. 

Synthesis Example 4 - Equimolar adduct of IPOl with HEA 

IS [0119] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 116 g of HEA and 120 g of ethyl acetate was 
charged with 222 g of IPDI, 220 g of ethyl acetate and 0.1 g of tin 2-ethylhexanoate, and while the mixture in the flask 
was stirred under heat in a hot water bath at SO^'C. the above mixture charged in the dropping funnel was dropwise 
added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 

20 value or lower. 

Synthesis Example 5 - Equimolar adduct of hexamethylene ditsocynate (HMD!) with HEA 

[0120] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
25 sensor, a condenser and a dropping funnel charged with a mixture of 116 g of HEA and 120 g of ethyl acetate was 
charged with 168 g of HMDI, 170 g of ethyl acetate and 0.2 g of tin 2-ethylhexanoate, and while the mixture in the flask 
was stirred under heat in a hot water bath at 50** C. the above mixture charged in the dropping funnel was dropwise 
added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 
value or lower. 



Synthesis Example 6 - Equimolar adduct of HMDI with 4HBA 

[0121] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 144 g of 4HBA and 140 g of ethyl acetate was 
35 charged with 1 68 g of HMDI, 170 g of ethyl acetate and 0. 1 g of tin 2-ethyfhexanoate, and while the mixture in the flask 
was stirred under heat in a hot water bath at 50** C, the above mixture charged in the dropping funnel was dropwise 
added over 1 hour. The reaction was terminated when an NCO value by a titration method was found to be a theoretical 
value or lower. 

40 Synthesis Example 7 - Equimolar adduct of IPDI with PPD6A 

[0122] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor, a condenser and a dropping funnel charged with a mixture of 204 g of PPG6A and 204 g of ethyl acetate was 
charged with 88 g of IPDI. 88 g of ethyl acetate and 0.1 g of tin 2-ethylhexanoate, and while the mixture in the flask 
45 was stirred under heat in a hot water bath at 50** C, the above mixture charged in the dropping funnel was dropwise 
added over 1 hour. The reaction was terminated when an NCO value by a titratktn method was found to be a theoretical 
value or lower 

Example 1 - Synthesis of H8M8 (1/10 mole scale) 



[0123] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor and a condenser was charged with 31 .6 g of DAB4, 92.8 g of HEA and 125 g of ethyl acetate, and the mixture 
in the flask was refluxed with a hot water bath at 75**C for 3 hours. Then, part of the reactk>n mixture was sampled and 
measured for ^H-NMR. It was confirmed that a proton peak originated from an acryl group had almost disappeared. 
Then, the hot water bath temperature was decreased to 60**C, and a mixture containing 118 g of MOI and 120 g of 
ethyl acetate was added. Further, after 10 to 30 minites, 0.6 g of tin 2-ethylhexanoate was added. The mixture was 
continuously stirred for 3 to 4 hours, and a point of time when the NCO group characteristic absorption (2,270 cnrr^) 
in an IR chart disappeared was taken as a termination point of the reactk^n. Further, the ethyl acetate used as a solvent 
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was removed with an evaporator, to give a multi-branched compound as an end product. Fig. 3 shows the ^H-NMR 
chart of the multi-branched compound, and its assignment is shown below. Table 1 also shows the physical property 
values thereof. 
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Example 2 - Synthesis of B8M8 (1/10 mole scale) 

[01 24] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen Introductng tube, a temperature sensor 
and a condenser was charged with 31 .6 g of DAB4, 115 g of 4HBA. 63 g of ethyl acetate and 30 g of methanol, and 
the mixture was refluxed with a hot water bath at l&'C for 3 hours. Then, part of the reaction mixture was sampled 
and measured for ''H-NMR. It was confirmed that a proton peak originated from an aery I group had alnrwst disappeared. 
Then, a fractbnating column was set between the reactor and the condenser, and while the reaction mixture was 
heated and stirred in a hot water bath at SO^C under atmospheric pressure, the solvent was distilled off. Further, a 
vacuum line was connected through a top portion of the condenser, and the ethyl acetate and methanol were completely 
distilled off by pressure-decreasing the reaction mixture to 40 mmHg In the hot water bath which was temperature- 
decreased to TO'^C, to give a viscous liquid resin (yieW 98 %). Then, while the te mperature of the hot water bath was 
-kept-at-TO'^tl S y of M Qt-and'260~g"0f ethyl acetate were added, and further, after 10 minutes. 0.6 g of tin 2-ethyl- 
hexanoate was added. The mixture was continuously stirred for 3 hours, and a point of time when the NCO group 
characteristic absorption (2.270 cm"^) in an IR chart disappeared was taken as a terminatran point of the reaction. 
Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a mufti-branched compound as 
an end product. Fig. 4 shows the "^H-NMR chart of the multi-branched compound, and its assignment is shown bek>w. 
Table 1 also shows the physk:al property values thereof. 
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Example 3 - Synthesis of B1 6M1 6 (1/20 mole scale) 

[0125] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 36.65 g of DAB8. 115 g of 4HBA. 65 g of ethyl acetate and 30 g of methanol, and 
the mixture was reftuxed in a hot water bath at 75*0 for 3 hours. Then, part of the reaction mixture was sampled and 
measured for ^H-NMR. It was confirmed that a proton peak originated from an acryl group had almost disappeared. 
Then, a fractionating column was set between the reactor and the condenser, and while the reaction mixture was 
heated and stirred in a hot water bath at BC'C under atmospheric pressure, the solvent was distilled off. Further, a 
vacuum line was connected through a top portion of the condenser, and the ethyl acetate and methanol were completely 
distilled off by pressure-decreasing the reaction mixture to 40 mmHg in the hot water bath which was temperature- 
decreased to yO^'C. to give a viscous liquid resin (yield 97 %). Then, while the temperature of the hot water bath was 
kept at 70*C. 114 g of MOI and 265 g of ethyl acetate were added, and further, after 10 minutes, 0.6 g of tin 2-ethyl- 
hexanoate was added. The mixture was continuously stirred for 3 hours, and a point of time when the NCO group 
characteristic absorption (2,270 cm-^) in an I R chart disappeared was taken as a termination point of the reaction. 
Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a multi-branched compound as 
an end product. Fig. 5 shows the ^H-NMR chart of the multi-branched compound, and its assignment is shown below. 
Table 1 also shows the physical property values thereof. 
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Example 4 - Synthesis of P8M8 (1/10 mole scale) 

[0126] A 500 ml tour-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
2S and a condenser was charged with 31 .6 g of DAB4, 382 g of PPG6A, 1 78 g of ethyl acetate and 30 g of methanol, and 
the mixture was refluxed in a hot water bath at IS'O for 4 hours. Then, part of the reaction mixture was sampled and 
measured for ^H-NMR. It was confirmed that a proton peak originated from an acryl group had almost disappeared. 
Then, a fractionating column was set between the reactor and the condenser, and while the reaction mixture was 
heated and stirred in a hot water bath at BO^'C under atmospheric pressure, the solvent was distilled off. Further, a 
30 vacuum line was connected through a top portion of the condenser, and the ethyl acetate and methanol were completely 
distilled off by pressure-decreasing the reaction mixture to 40 mmHg in the hot water bath which was temperature- 
decreased to 70**C, to give a viscous liquid resin (yield 98 %). Then, while the temperature of the hot water bath was 
kept at 70^0, 115 g of MOI and 530 g of ethyl acetate were added, and further, after 10 minutes. 0.6 g of tin 2-ethyl- 
hexanoate was added. The mixture was continuously stirred for 3 hours, and a point of time when the NCO group 
OS characteristk: absorption (2,270 cm'^) In an I R chart disappeared was taken as a termination point of the reaction. 
Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a multi-branched compound as 
an end product. Fig. 6 shows the ""H-NMR chart of the multi-branched compound, and its assignment is shown below. 
Table 1 also shows the physical property values thereof. 
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Example 5 - Synthesis of P4B4M8 (1/10 mole scate) 

[01 27] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 31 .6 g of DAB4. 57.5 g of 4HBA, 191 g of PPG6A, 120 g of ethyl acetate and 30 
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g of methanol, and the mixture was refluxed in a hot water bath at 75°C tor 4 hours. Then, part of the reaction mixture 
was sampled and measured for ^ H-NMR. It was confirmed that a proton peak originated from an acryl group had almost 
disappeared. Then, a fractionating column was set between the reactor and the condenser, and white the reaction 
mixture was heated and stirred in a hot water bath at BO°C under atmospheric pressure, the solvent was distilled off. 
Further, a vacuum line was connected through a top portion of the condenser, and the ethyl acetate and methanol 
were completely distilled off by pressure-decreasing the reaction mixture to 40 mmHg in the hot water bath which was 
temperature-decreased to 70**C, to give a viscous liquid resin (yield 98 %), Then, while the temperature of the hot 
water bath was kept at 70*C, 115 g of MOl and 395 g of ethyl acetate were added, and further, after 10 minutes, 0.6 
g of tin 2-ethylhexanoate was added. The mixture was continuously stirred for 3 hours, and a point of time when the 
NCO group characteristic absorption (2,270 cnrr'') in an IR chart disappeared was taken as a termination point of the 
reaction. Further, the ethyl acetate used as a solvent was reoKsved with an evaporator, to give a multi-branched com- 
pound as an end product. Fig. 7 shows the'*H-NMR chart of the multi-branched compound, and its assignment is 
shown bek>w. Table 1 also shows the physical property values thereof. 
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(-R is -R.H or 'Rpn, -R.« : -Rm = 1:1 (mol ratio)) 
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Examples 6 - 23 

[0128] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with a polyfunctionat compound (a) shown in Table 1 and an equivalent weight of ethyl 
acetate, and a 75 % by weight of an active -hydrogen-containing (meth)acrylat0 compound (a-1) and non-functionat 
(meth)acrylate compound (b-1) In ethyl acetate was added with stirring. 

[0129] In cases other than a case where HEA was used as an active-hydrogen-containing compound, methanol In 
an amount equimolar with the potyf unctional compound (a) was added. The mixture was refluxed in a hot water bath 
at 75"C for 4 hours. Then, part of the reaction mixture was sampled and measured fofiH-NMR, and a termination 
point of the reaction was confirmed on the basis of a proton peak originated from an aery I group. Then, a fractionating 
column was set between the reactor and the condenser, and while the reaction mixture was heated and stirred in a 
hot water bath at 80'*C under atmospheric pressure, the solvent was distilled off. Further, a vacuum line was connected 
through a top portion of the condenser, and the ethyl acetate and methanol were completely distilled off by pressure- 
decreasing the reaction mixture to 40 mmHg in the hot water bath which was temperature-decreased to 70*C, to give 
a viscous liquid resin (yield 98 %). Then, while the temperature of the hot water bath was kept at 70*C, ethyl acetate 
was newly added so as to be an activity of NV 50%, and an isocyanate-group-containing vinyl compound (c-1) was 
added in a molar amount equivalent to a total molar amount of the active-hydrogen-containing-(meth)acrylate com- 
pound (a-1) and the other non-functional (meth)acrylate compound (b-1). Further, the mixture was diluted with ethyl 
acetate such that the reaction system as a whole had a concentration of 50 %. Further, after 10 minutes, 0.5 % by 
weight, based on the isocyanate-group-containing vinyl compound (c-1 ), of tin 2-ethylhexanoate was added. The mix- 
ture was continuously stirred for 3 hours, and a point of time when the NCO group characteristk; absorption (2,270 
cm-i) in an IR chart disappeared was taken as a termination point of the reaction. Further, the ethyl acetate used as 

a-solven t was r emove d w ith"arrevapgrator. lo give a mum-branched compound as an end product. Table 1 shows raw 

so materials used for the synthesis of the multi-branched compound and the properties thereof. Further, for comparison, 
commercially available dipentaerythritol hexaacrylate (DHPA) and EO-modified pentaerythritol triacrylate (TMPT3EO. 
TMPT6EO) were evaluated in the same manner, and Table 1 also shows the results. 
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Examples 24-46 

[01 30] The multi-branched compounds obtained in Examples 1 to 23 were applied to four kinds of film (substrate size 
tor evaluation; thickness = 20 ^im. width = 5 cm, length = 20 cm) with a #6 bar coater. and the resuftant coatings were 

5 irradiated with electron beam at various doses (5, 20 and 40 kGy). Table 2 shows the used multi-branched compounds, 
and results of evaluations of curing properties (finger touch test -> X = tacking, A = no tacking but scratched with a finger 
nail, O = no tacking and free of scratching with a finger nail), properties of adhesion to substrate (ratio of non-peeling in 
Cellophane tape peeling test), solvent resistance (remaining ratio determined on the basis of a change in weights before 
and after a rubbing test with MEK was carried out 50 times), curl resistance (evaluated by observation of deformation 

10 of substrate film. 0= free of curling, A = edges bending, X = film underwent curling) and abrasion resistance of the 
coatings obtained by the irradiation with electron beam. For reference, Table 2 also shows the evaluatbn results of 
commercially available dipentaerythritol and EO-nrxxJified penlaerythritol triacrylates (TMPT3EO. TMPT6EO). 



Table 2 



IS 


Ex. 


Composition of 
raw materials 
(a)/(a-1 )and/ 
or/(b-1)/(c-1) 


Curability DOSE 
(KGy) 


Adhesion to substrate 


AA (%) 


SB 


CC 


20 










DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 




2S 


Ex.24 


DAB4/HEA/ 
MOI=1/8/8 


\j 


/A 
\j 


O 


A 


A 


O 


100 


A 


A 




Ex.25 


DAB4/4HBA/ 
MOI=1/8/8 


O 


o 


O 


O 


O 


O 


100 


O 


O 


30 


Ex.26 


DAB8/4HBA/ 
MOI=1/16/16 


O 


o 


O 


o 


O 


o 


100 


O 


O 


Ex.27 


DAB4/PPG6A/ 
MOI=l/8/8 


A 


o 


O 


O 


O 


A 


96 


O 


A 


3S 


Ex.28 


DAB4/(4HBA/ 
PPG6A)/MOI 


O 


o 


O 


O 


o 


O 


97 


O 


O 




Ex.29 


DAB8/PPG6A/ 
MOI =1/16/16 


A 


o 


O 


o 


O 


A 


97 


O 


A 


40 


Ex.ao 


DAB4/PEG7A/ 
MOI=1/8/8 


A 


o 


o 


O 


O 


O 


97 


O 


A 




Ex.31 


DAB4/PCL2A/ 
MOI =1/8/8/8 


O 


o 


o 


o 


O 


O 


98 


O 


O 


45 


Ex.32 


DAB8/PCL2A/ 
MOI =1/16/16 


o 


o 


O 


o 


o 


O 


98 


O 


O 




Ex.33 


DAB8/4HB/V 

(TMI/MOI) 

=1/16/(8/8) 


A 


o 


o 


O 


A 


O 


90 


O 


A 


SO 


Ex.34 


DAB4/HEA/ 
SyEx. 4) =1/8/8 


O 


o 


o 


o 


A 


O 


100 


O 


O 




Ex.35 


DAB4/4HB/V 
(SyEx. 4) 
=1/8/8 


o 


o 


o 


o 


A 


O 


100 


O 


O 


ss 


Ex.36 


DAB4/PPG6/V 
(SyEx. 4) = 
1/8/8 


o 


o 


o 


o 


O 


o 


98 


O 


A 
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Table 2 (continued) 



5 


Ex. 


Composition of . 
raw materials 
(a)/(a-1 )and/ 
or/(b-1)/(c-1) 


Curability DOSE 
(KGy) 


Adhesion to substrate 


MK (%) 


BB 


CC 












DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 


10 




(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 




Ex.37 


DAB4/ 

(SyE X. 4) = 1/ 
(4/4)/8 


Cj 




O 


O 


O 


O 


98 


O 


A 


IS 


ca.oo 


(PPG6A/ 
4HBA)/(Sy Ex. 

4)= 1/(2/6)/8 


O 


o 


O 


O 


O 


O 


97 


O 


O 


20 


Ex.39 


DAB4/4HBA/ 
(SyEx. 5) = 
1 /ft/ft 


O 


o 


o 


o 


o 


O 


100 


O 


O 


2S 


Ex.40 


DAB4/HEA/ 
(SyEx. 6) = 

l/O/O 


o 


o 


o 


O 


O 


O 


100 


O 


O 


30 


Ex.41 
Ex.42 


DAB4/PPG6A/ 
(SyEx. 1) = 

l/O/O 

DAB4/PCL2A/ 
(SyEx. 2) = 
1/8/8 


o 
o 


o 
o 


o 
o 


O 
O 


O 
O 


O 
O 


97 
98 


O 

o 


A 

o 


35 


Ex.43 


DAB4/PPG6/V 
(SyEx. 3) = 
1/8/8 


o 


o 


o 


O 


o 


O 


95 


O 


A 




Ex.44 


DAB8/HEA/ 
(SyEx. 6) = 
1/16/16 


o 


o 


o 


O 


O 


O 


99 


O 


O 


40 


Ex.45 


DAB8/PCL2/V 
(SyEx. 4) = 
1/16/16 


o 


o 


o 


o 


O 


O 


97 


O 


O 


45 


Ex.46 


DAB8/4HB/\/ 
(SyEx. 4) = 
1/16/16 


o 


o 


o 


O 


A 


O 


100 


O 






C.Ex. 
























DPHA 




o 


o 


A 


X 


X 


X 


100 


X 


o 


SO 


TMPT3E 

O 




o 


o 


X 


o 


X 


o 


100 


X 


o 




TMPT6E 
O 




o 


o 


X 


X 


X 


O 


98 


A 


A 




AA: Solvent resistance, BB: Curl res 


(Stance CO: Abrasion resistance 
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Example 47 - Synthesis of DAB4-H8M4 (1/10 mole scale) 

[0131] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor and a condenser was charged with 31 .6 g of DAB4. 92.8 g of HEA and 125 g of ethyl acetate, and placed in a 
hot water bath set at TS^C for 3 hours to reflux a mixture, and part of a reaction mixture was sampled and measured 
for ^H-NMR. It was confirmed that a proton peak originated from acryl group had almost disappeared. Then, the tem- 
perature of the hot water bath was decreased to 60^*0, and 62. 1 g of MOI and 63 g of ethyl acetate were added. Further, 
after 10 to 30 minutes, 0.3 g of tin 2'ethylhexanonate was added. The mixture was continuously stirred for 3 to 4 hours, 
and a point of time when the NCO group characteristic absorption (2.270 cm'i) in an IR chart disappeared was taken 
as a termination point of the reaction. Further, the ethyl acetate used as a solvent was removed with an evaporator, to 
give a vinyl-group-containing dendrimer as an end product 

Example 48 - Synthesis of DAB4-B8M4 (1/10 mole scale) 

[0132] A 500 ml four-necked round-bcrttomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 31 .6 g of DAB4. 115 g of 4HBA, 63 g of ethyl acetate and 30 g of methanol and placed 
in a hot water bath set at 75'C for 3 hours to reflux a mixture, and part of a reactk>n mixture was sampled and measured 
for 1 H-NMR. It was conf inned that a proton peak originated from acryl group had almost disappeared. Then, a f ractfonating 
column was set between the reactor and the condenser, and while the reaction mixture was heated and stirred in a hot 
water bath at 80** C under atmospheric pressure, the solvent was distilled off. Further, a vacuum line was connected 
through a top portion of the condenser, and the ethyl acetate and methanol were completely distilled off by pressure- 
decreasing the reaction mixture to 40 mmHg or lower In the hot water bath which was temperature-decreased to 70^*0, 
to give a viscous liquid resin (yield 98 %). Then, while the temperature of the hot water bath was kept at 70*C. 60.9 g of 
MOI and 210 g of ethyl acetate were added, and further, after 10 minutes, 0.3 g of tin 2-ethylhexanoate was added. The 
mixture was continuously stirred under heat for 3 hours, and a point of time when the NCO group characteristic absorption 
(2,270 cm-i) in an I R chart disappeared was taken as a terminatfon point of the reactkxi. Further, the ethyl acetate used 
as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an end product 

Example 49 - Synthesis of DAB4-P4B4I^ (1/10 mole scale) 

[01 33] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 31.6 g of DAB4. 57.5 g of 4HBA, 191 g of PPG6A, 120 g of ethyl acetate and 30 
g of methanol and placed in a hot water bath set at 75'*C for 4 hours to reflux a mixture, and part of a reactton mixture 
was sampled and measured for ""H-NMR. It was confirmed that a proton peak originated from acryl group had almost 
disappeared. Then, a fractfonating column was set between the reactor and the condenser, and while the reaction 
mixture was heated and stirred In a hot water bath at 80**C under atmospheric pressure, the solvent was distilled off. 
Further, a vacuum line was connected through a top portion of the condenser, and the ethyl acetate and methanol 
were completely distilled off by pressure-decreasing the reaction mixture to 40 mmHg or lower In the hot water bath 
which was temperature-decreased to 70°C, to give a viscous liquid resin (yield 98 %). Then, while the temperature of 
the hot water bath was kept at 70*»C. 60.9 g of MOI and 345 g of ethyl acetate were added, and further, after 1 0 minutes. 
0.3 g of tin 2-ethylhexanoate was added. The mixture was continuously stirred under heat for 3 hours, and a point of 
time when the NCO group characteristic absorption (2,270 cm-^) In an IR chart disappeared was taken as a termination 
point of the reaction. Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a vinyl- 
group-containing dendrimer as an end product. 

Example 50 - Synthesis of DAB4-P8M4 (1/10 mole scale) 

[01 34] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
- and a co n den s e i was c trarged-wlth 31 .b g of L>AB4. 3B2"g^ PPG6A. 178 g of ethyl acetate and 30 g of methanol and 
placed in a hot water bath set at 75**C for 4 hours to reflux a mixture, and part of a reaction mixture was sampled and 
measured for ^ H-NMR. It was confirmed that a proton peak originated from aciyl group had ainrrost disappeared. Then, 
a fractionating column was set between the reactor and the condenser, and while the reaction mixture was heated and 
stirred in a hot water bath at 80**C under atmospheric pressure, the solvent was distilled off. Further, a vacuum line 
was connected through a top portion of the condenser, and the ethyl acetate and methanol were completely distilled 
off by pressure-decreasing the reaction mixture to 40 mmHg or lower in the hot water bath which was temperature- 
decreased to 70**C. to give a viscous liquid resin (yleW 98 %). Then, while the temperature of the hot water bath was 
kept at 70'*C. 60.9 g of MOI and 480 g of ethyl acetate were added, and further, after 10 minutes. 0.3 g of tin 2-ethyl- 
hexanoate was added. The mixture was continuously stirred under heat for 3 hours, and a point of time when the NCO 
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group characteristic absorption (2,270 cm'"') in an I R chart disappeared was taken as a temnination point of the reaction. 
Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer 
as an end product. 

Example 51 - Synthesis of DAB8-B16M8 (1/20 mole scale) 

[0135] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 36.7 g of DABS, 115 g of 4HBA, 65 g of ethyl acetate and 30 g of methanol and placed 
in a hot water bath set at 75*^0 for 3 hours to reflux a mixture, and part of a reactkui mixture was sampled and measured 
for ^H-NMR. It was confirmed that a proton peak originated from acryl group had alnrK>st disappeared. Then, af ractk>nating 
column was set between the reactor and the condenser, and while the reaction mixture was heated and stirred in a hot 
water bath at 80*^C under atmospheric pressure, the solvent was distilled off. Further, a vacuum line was connected 
through a top portion of the condenser, and the ethyl acetate and methanol were completely distilled off by pressure- 
decreasing the reaction mixture to 40 mmHg or lower in the hot water bath which was temperature-decreased to 70**C, 
to give a viscous liquid resin (yield 97 %). Then, while the temperature of the hot water bath was kept at 70*C, 60.2 g of 
MOI and 215 g of ethyl acetate were added, and further, after 10 minutes, 0.3 g of tin 2-ethyIhexanoate was added. The 
mixture was continuously stirred under heat for 4 hours, and a point of time when the NCO group characteristic absorption 
(2,270 cm-1) in an IR chart disappeared was taken as a termination point of the reaction. Further, the ethyl acetate used 
as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an end product. 

Example 52 - Synthesis of DAB4-B4G4 (1/10 mole scale) 

[01 36] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 31 .6 g of DAB4, 85.7 g of G201 R 57.7 g of 4HBA. 87 g of ethyl acetate and 30 g 
of methanol and placed in a hot water bath set at 75® C for 5 hours to reflux a mixture, and part of a reactk>n mixture 
was sampled and measured for ^H-NMR. It was confirmed that a proton peak originated from acryl group had almost 
disappeared. Further, the ethyl acetate used as a solvent was removed with an evaporator, to give a vtnyl-group- 
containing dendrimer as an end product. 

Example 53 - Synthesis of MNP12-M6 (1/20 mole scale) 

[01 37] A 500 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor 
and a condenser was charged with 60.6 g of MNP12, 46.5 g of MOI and 108 g of ethyl acetate, and a mixture was 
stirred at a hot water bath temperature of 70*C. Further, after 10 minutes, 0.22 g of tin 2-ethylhexanoate was added. 
A mixture was continuously stirred for 3 hou rs, and a point of time when the NCO group characteristic absorption (2,270 
cm""") in an I R chart disappeared was taken as a termination point of the reaction. Further, the ethyl acetate used as 
a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an end product. 

Examples 54 - 65 

[0138] A four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor and 
a condenser was charged with a polyfunctk^nal compound (a) shown in lable 3 and an equivalent weight of ethyl 
acetate, and a solution of 75 % by weight of an active-hydrogen-containing (meth)acrylate compound (a-1 ) in ethyl 
acetate was added with stirring. In cases other than a case where HEA is used as a active-hydrogen-containing (melh) 
acrylate compound (a-1), further, methanol in a molar amount equivalent to that of the polyfunctional compound (a) 
was added. The thus-prepared mixture was refluxed with a hot water bath at 75°C for 4 hours, and part of a reaction 
mixture was sampled and measured for 'H-NMR to confirm the terminatran point of the reaction on the basis of a proton 
peak originated from acryl group. Then, a fractionating column was set between the reactor and the condenser, and 
while the reactbn mixture was heated and stirred in a hot water bath at 80^C under atmospheric pressure, the solvent 
was distilled off. Further, a vacuum line was connected through a top portkxi of the condenser, and the ethyl acetate 
and methanol were completely distilled off by pressure-decreasing the reaction mixture to 40 mmHg or lower in the 
hot water bath which was temperature-decreased to 70*0, to give a viscous liquid resin. Then, while the temperature 
of the hot water bath was kept at 70* C, ethyl acetate was newly added so as to be NV 50%, and an isocyanate-group- 
containing vinyl compound (c-1 ) was added in a molar amount equivalent a total molar amount of the (meth)acrylate 
compound (b). Further, the mixture was diluted with ethyl acetate such that the reaction system as a whole had a 
concentration of 50 %. Further, after 10 minutes. 0.5 % by weight, based on the isocyanate-group-containing vinyl 
compound (c), of tin 2-ethylhexanoate was added. The mixture was continuously stirred for 3 hours or more, and a 
point of time when the NCO group characteristic absorption (2,270 cm'^) in an IR chart disappeared was taken as a 
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termination point of the reaction. Further, the ethyl acetate used as a solvent was removed with an evaporator, to give 
a vinyl-group-containing dendrimer as an end product. Table 3 shows the composition of raw materials used for the 
synthesis of the vinyl-group-conlaining dendrimer and the properties thereof. Further, for comparison, a dendrimer 
having no terminal functional group containing active hydrogen (Comparative Example 1 ), a commercially available 
5 linear urethane acrylate UV-1700B (Comparative Example 2) and dipentaerytyritol hexaacrylate (DMPA) (Comparative 
Example 3) were evaluated in the same manner, and Table 3 also shows the results. 



Table 3 



10 




Composition of raw 
materials (a)/(a-1)/ 
(c-1 ) (Molar ratio) 


Number of vinyl 
groups 


purity % 


Average Molecular 
weight (Mn) 


Viscosity (30'C, 
cps) 




Ex. 47 


DAB4/HEA/MOI = 
1/8/4 


4 


93 


1.773 


2.510 


IS 


Ex.48 


DAB4/4HBA/MOI = 
1/8/4 


4 


90 


1.879 


1.550 


20 


Ex. 49 


DAB4/(4HB/V 
PPG6A)MOI = 1/ 
(4/4)/4 


4 


86 


2,952 


830 




Ex.50 


DAB4/PPG6A/MOI 
= 1/8/4 


4 


75 


3.582 


420 


25 


Ex. 51 


DAB8/4HBA/MOI = 
1/16/8 


8 


81 


3.497 


2.750 




Ex. 52 


DAB4/4HBA/ 
G201P= 1/4/4 


4 


83 


1.451 


2.360 


30 


Ex. 53 


MNP12/-/MOI = 
1/0/6 


6 


95 


2.039 


1.210 


Ex. 54 


DAB4/4HB/VMOI = 


2 


92 


1.636 


910 


3S 


Ex.55 


DAB4/4HBA/MOI = 

1/8/6 


6 


88 


2.110 


3.660 


Ex. 56 


DAB4/PEG7/VMOI 
= 1/B/4 


4 


72 


3.093 


1,120 


40 


Ex. 57 


DAB4/PCL2/VMOI = 
1/8/4 


4 


86 


3,172 


2,820 


Ex. 68 


DAB4/4HB/V(SyEx. 
1) = 1/8/3 


3 


89 


2,193 


4,430 




Ex. 59 


DAB4/4HBA/(SyEx. 
2) = 1/8/4 


4 


85 


2.492 


2,630 


45 


Ex.60 


DAB4/4HB/V(SyEx. 
4) = 1/8/4 


4 


89 


2.510 


3,120 




Ex. 61 


DAB4/4HB/V(SyEx. 


4 


82 


2,135 


2,450 






5).=Jt/8« 










SO 


Ex. 62 


DAB4/(HE/V4HB/V 
PCL1A)/MOI= 1/ 
(2/3/3)/4 


6 


84 


2.063 


2.120 


55 


Ex. 63 


DAB8/4HBA/MOI = 
1/16/8 


3 


83 


2.940 


1,860 




Ex.64 


DAB8/4HBA/MOI = 
1/16/12 


12 


76 


3.752 


4.520 
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Table 3 (continued) 





Composition of raw 

lllatC7llOIO \Okff^O Iff 

(c-1) (Molar ratio) 


Number of vinyl 


purity % 


Average Molecular 


Viscosity (30** C, 
cps) 


Ex. 65 


DAB8/PPG6A/MOI 
= 1/16/4 


8 


70 


6.785 


1.050 


CEx. 1 


DAB4/HEA/ 
MOt= 1/8/8 


8 


92 


2.309 


4,460 


CEx. 2 


Linear urethane 
acrylate UV-1700B 


2 




2.000 


22,500 


CEx. 3 


DPHA 


6 




550 


5.000 


Ex. = Example, CEx. = Comparative Example 



Examples 66 * 84 



[0139] The vinyl-group-containing dendrimers obtained in Examples 66 to 84 were applied to four kinds of film (sub- 
20 strate size for evaluation; thickness = 20 pm. width = 5 cm, length = 20 cm) with a #6 bar coater, and the resultant 
coatings were irradiated with electron beam at various doses (5. 20 and 40 kGy). Table 4 shows the used multi-branched 
compounds, and results of evaluations of curing properties (finger touch test -> X = tacking, A = no tacking but scratched 
with a finger nail, O = no tacking and free of scratching with a finger nail), properties of adhesion to substrate (ratio of 
non-peeling in Cellophane tape peeling test), solvent resistance (remaining ratio determined on the basis of a change 
2s in weights before and after a rubbing test with MEK was carried out 50 times), curl resistance (evaluated by observation 
of deformation of substrate film, O = free of curling, A = edges bending, X = film underwent curling) and abrasion 
resistance of the coatings obtained by the irradiation with electron beam. For reference, a dendrimer having no terminal 
functional group containing active hydrogen (Comparative Example 4), a commercially available linear urethane acr- 
ylate UV-1700B (Comparative Example 5) and dipentaerythritol hexaacrylate (DHPA) (Comparative Example 6) were 
30 evaluated in the same manner as above, and Table 4 also shows the results. 



Table 4 



40 



4S 



55 



Ex. 


Composition of raw 
materials (a)/(a-1 )/(c- 
1) 


Curability 


Adhesbn to substrate 


AA(%) 


BB 


cc 


DOSE (KGy) 


DOSE: 20 KGy 


Substrate: PET, DOSE: 20 KGy 




(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 








Ex.66 


DAB4/HEA/MOI = 
1/8/4 


O 


O 


O 


O 


O 


O 


98 


O 


o 


Ex.67 


DAB4/4HB/K/MOI = 

1/8/4 


O 


O 


O 


O 


O 


O 


96 


O 


o 


Ex.68 


DAB4/(4HBA/PPG6A) 
MOI = 1/(4/4)/4 


o 


O 


O 


O 


O 


O 


92 


O 


o 


Ex.69 


DAB4/PPG6A/MOI = 
1/8/4 


A 


O 


O 


O 


O 


O 


90 


o 


A 


Ex.70 


DAB8/4HB/\/MOI = 

1/16/8 


O 


O 


O 


O 


O 


O 


95 


o 


o 


Ex.71 


DAB4/4HB/^G201P = 
1/4/4 


o 


O 


O 


O 


O 


O 


90 


o 


o 


Ex.72 


MNP12/-/MOI = 1/0/6 


o 


O 


O 


O 


o 


O 


96 


o 


o 


Ex.73 


DAB4/4HBA/MOI = 
1/8/2 


A 


O 


O 


O 


o 


O 


85 


o 


A 
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Table 4 (continued) 



5 


Ex. 


Composition of raw 
materials (a)/(a-1)/(c- 
1) 


Curability 


Adhesion to substrate 


AA(%) 


BB 


CC 








DOSE (KGy) 


DOSE: 20 KGy 


Substrate: PET. DOSE: 20 KGy 






(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 








10 


Ex.74 


DAB4MHBA/MOI = 

1/8/6 


O 


O 


O 




A 


O 


100 


O 


o 




Ex.75 


DAB4/PEG7A/MOI = 
1/B/4 


A 


o 


O 


o 


O 


O 


88 


O 


A 


IS 


Ex.76 


DAB4/PCL2A/MOI = 

1/8/4 


O 


o 


O 


o 


O 


O 


94 


o 


O 




Ex.77 


DAB4/4HB/V(SyEx.1) 

- 1/8/3 


o 


o 


O 


o 


O 


O , 


91 


o 


O 


20 


Ex.78 


DAB4/4nBA/(SybX.2) 
= 1/8/4 


o 


o 


O 


o 


O 


O 


95 


o 


O 




Ex.79 


DAB4/4HBA/(SyEx.4) 
= 1/8/4 


o 


o 


O 


o 


O 


o 


96 


o 


O 


2S 


Ex.80 


DAB4/4HBA/(SyEx.5) 
= 1/8/4 


o 


o 


O 


o 


o 


o 


94 


o 


O 




Ex.81 


DAB4/(HEA/4HBA/ 
PCL1A)/MOI= 1/ 
(2/3/3)/4 


o 


o 


o 


A 


A 






r\ 


r\ 
\J 


30 


Ex.82 


DAB8/4HB/K/MOI = 
1/16/3 


A 


o 


o 


o 


o 


o 


88 


o 


A 




Ex.83 


DABa/4HB/^MOI = 
1/16/12 


o 


o 


o 


A 


A 


o 


97 


o 


o 


35 


Ex.84 


DAB8/PPG6A/MOI = 
1/16/8 


o 


o 


o 


o 


o 


o 


92 


o 


A 




CEx.4 


DAB4/HE/VMOI=1/8/8 


o 


o 


o 


A 


A 


o 


100 


A 


A 




CEx.5 


Linear urethane 
acrylate UV-1700B 


o 


o 


o 


O 


O 


o 


97 


A 


A 


40 


CEx.6 


DPHA 


o 


o 


X 


X 


X 


X 


100 


X 


X 




Ex. = Example, CEx. = Comparative Example AA: Solvent resistance. BB 
resistance 


= Curl resistance, CC: Abrasion 



Examples 85- 115 



[0140] A curable composition was prepared from one of the vinyl-group-containtng dendrimers (A) obtained in Ex- 
amples 47 to 65 and a polymerizable unsaturated-group-containing compound (B), and Table 5 shows viscosity of 
-eac h of th e s e-pfepare d cu r a bl e c omp ositions. FurtheTTthls aiaove curaoie compositions were applied to four kinds of 
films (substrate size for evaluation; thickness = 20 jim, width = 5 cm, length = 20 cm) with a #6 bar coater, and the 
resultant coatings were irradiated with electron beam at various doses (5, 20 and 40 kGy). Table 5 shows the used 
multi-branched compounds, and results of evaluations of curing properties (finger touch test -> X = tacking, A = no 
tacking but scratched with a finger nail, O = no lacking and free of scratching with a finger nail), properties of adhesion 
to substrate (ratio of non-peeling in Cellophane tape peeling test), solvent resistance (remaining ratio determined on 
the basis of a change in weights before and after a rubbing test with MEK was carried out 50 times), curl resistance 
(evaluated on the basis of functional test of deformation of substrate film. 0= free of curling. A = edges bending. X - 
film underwent curling) and abrasion resistance of the coatings obtained by the irradiatran with electron beam. For 
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reference, a dendrimer having no terminal functional group containing active hydrogen (Comparative Example 7), a 
commercially available linear urethane aery late U V-f 700B (Comparative Example 8) and dipentaerythritol hexaacrylate 
(DHPA) (Comparative Example 9) were evaluated in the same manner as above, and Table 5 also shows the results. 



5 Table 5 





Ex. 


Composition 
ratio A/B 


Viscosity 

(cps) 

(30'»C) 


Curability 
DOSE (KGy) 


Adhesion to substrate 


AA(%) 


88 


CC 


10 












DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(weight ratio) 




c 
o 


on 


PE 


OPP 


NY 


PET 








IS 


Ex.es 


Ex. 

48/TPGDA = 
1/9 


20.3 


o 


O 


A 


A 


A 


A 


91 


A 


A 


20 


Ex.86 


Ex. 

48/TPGDA = 
3/7 


50.1 


O 


o 


O 


O 


O 


O 


93 


O 


O 


Ex.87 


Ex. 

48/TPGDA=: 
5/5 


127.0 


O 


o 


O 


O 


O 


O 


96 


O 


O 


2S 


Ex.88 


Ex. 

48/TPGDA = 
7/3 


347.0 


o 


o 


O 


O 


O 


o 


98 


O 


O 


30 


Ex.89 


Ex. 

51/TPGDA = 
3/7 


60.6 


o 


o 


Q 


O 


O 


o 


94 


O 


O 


Ex.90 


Ex. 

51/TPGDA = 
6/4 


297.0 


o 


o 


O 


O 


O 


O 


98 


O 


O 


35 


Ex.91 


Ex. 

48/NODA = 
7/3 


33.7 


A 


o 


A 


A 


A 


A 


86 


O 


A 


40 


Ex.92 


Ex. 

48/NDOA = 
7/3 


301.0 


o 


o 


O 


A 


A 


o 


91 


o 


O 




Ex.gs 


Ex. 

48/TMPT3E 

0=3/7 


137.0 


o 


o 


O 


O 


O 


o 


95 


o 


O 


45 


Ex.94 


Ex.48/ 
TMPT3EO= 

7/3 


528.0 


o 


o 


O 


O 


O 


O 


97 


O 


O 


SO 


Ex.95 


Ex. 

48/DPHA = 

3/7 


3,488.0 


o 


o 


A 


A 


A 


A 


99 


A 


O 




Ex.96 


Ex. 

48/DPHA = 
7/3 


2.123.0 


o 


o 


O 


A 


A 


O 


100 


O 


o 



55 
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Table 5 (continued) 



5 


Ex. 


Composition 
ratio A/B 


Viscosity 

(cps) 

(30*C) 


Curability 
DOSE (KGy) 


Adhesion to substrate 


AA (%) 


BB 


CO 














DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(weight ratio) 




5 


20 


PE 


OPP 


NY 


PET 








10 


Ex.97 


Ex. 

48/DPHAfT 
PGDA = 
3/3/4 


304.0 


O 


o 


O 


A 


A 


O 


97 


O 


O 


IS 


Ex.98 


Ex. 

48/BP4EA/ 
TPGDA = 
3/3/4 


168.0 


o 


o 


O 


O 


O 


o 


92 


O 


o 


20 


Ex.99 


Ex. 

47/TPGDA= 
3/7 


58.2 


o 


o 






o 


r\ 


yo 






2S 


Ex. 
100 


Ex. 

49/TPGDA= 
3/7 


41.2 


o 


o 










flQ 

057 






Ex. 
101 


Ex. 

50/TPGDA = 

3n 


34.1 


o 


o 




r\ 

w 






o/ 


KJ 


A 


30 


Ex. 
102 


Ex. 

51/TPGDA = 
3/7 


57.8 


o 


o 










OO 






3S 


Ex. 
103 


Ex. 

52/TPGDA = 
3/7 


47.2 


o 


o 


o 


O 


O 


O 


93 


O 


O 




Ex. 
104 


Ex. 

53/TPGDA = 
3/7 


43.3 


o 


o 




p) 




r\ 
<J 


OO 


r\ 
w 


A 


40 


Ex. 
105 


Ex. 

54n'PGDA = 
3/7 


65.8 


o 


o 


o 


A 


A 


O 


98 


o 


o 


45 


Ex. 
106 


Ex. 

55/TPGDA= 
3/7 


45.9 


o 


o 


o 


O 


O 


O 


86. 


O 


A 




Ex. 
107 


Ex. 

56rrPGDA= 
3/7 


60.9 


o 


o 


o 


O 


O 


o 


91 


o 


o 


SO 


Ex. 
108 


Ex. 

57/TPGDA = 
3/7 


70.1 


o 


o 


o 


O 


O 


O 


88 


o 


o 


ss 


Ex. 
109 


Ex. 

58n"PGDA = 
3/7 


59.5 


o 


o 


o 


O 


O 


O 


92 


O 


o 
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Table 5 (continued) 



5 



IS 



20 



2S 



30 



40 



Ex. 


Composition 
ratio A/B 


Viscosity 

(cps) 

(30'C) 


Curability 
DOSE (KGy) 


Adhesion to substrate 


AA (%) 


BB 


CC 


DOSE: 20 KGy 


Substrate: PET. DOSE: 20 
KGy 




(weight ratio) 




5 


20 


PE 


OPP 


NY 


PET 








Ex. 
110 


Ex. 

59/TPGDA= 
3/7 


62.7 


O 


o 


O 


o 


O 


O 


93 


O 


o 


Ex. 
Ill 


Ex. 

60/TPGDA= 

zn 


58.6 


O 


o 


O 


o 


o 


O 


92 


o 


o 


Ex. 
112 


Ex. 

61/TPGDA = 
3/7 


55.6 


o 


o 


o 




A 


o 


98 


o 


o 


Ex. 
113 


Ex. 

62/TPGDA = 
3/7 


53.8 


o 


o 


o 


o 


O 


o 


86 


o 


A 


Ex. 
114 


Ex. 

eSTTPGDA- 

3/7 


70.5 


o 


o 


o 


A 


A 


o 


94 


o 


o 


Ex. 
115 


Ex. 

64n'PGDA = 
3/7 


44.3 


o 


o 


o 


o 


O 


o 


90 


o 


A 


CEx. 
7 


CEx- 

1/TPGDA = 
3/7 


70.2 


o 


o 


o 


A 


A 


o 


98 


A 


A 


CEx. 
8 


CEx. 

2/TPGDA = 

a/7 


343.0 


o 


o 


o 


O 


O 


o 


95 


A 


A 


CEx. 
9 


CEx. 

3/TPGDA = 
3/7 


73.3 


o 


o 


X 


X 


X 


X 


98 


X 


X 


Ex. = Example, CEx. = Comparative Example AA: Solvent resistance, BB = Curl resistance, CC: Abrasion 
resistance 



Example 116 - Synthesis of DAB4/HEA/LA/MOI (1/10 mole scale) 

45 

[0141] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
sensor and a condenser was charged with 32 g of DAB4, 23 g of HEA, 144 g of LA and 199 g of ethyl acetate and 
placed in a hot water bath set at 75'^C for 3 hours to reflux a mixture, and part of a reaction mixture was sampled and 
measured for ^H-NMR. It was confirmed that a proton peak originated from acryl group had almost disappeared. Then. 
so the temperature of the hot water bath was decreased to eO'^C, and a mixture containing 31 g of MOI and 31 g of ethyl 
acetate was added, and further, after 10 to 30 minutes, 0.02 g of tin 2-ethylhexanoate was added. The reaction mixture 
was continuously stirred under heat for 3 to 4 hours, and a point of time when the NCO group characteristic absorption 
(2,270 cm'**) in an IR chart disappeared was taken as a termination point of the reaction. Further, the ethyl acetate 
used as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an .end product. 

55 

Example 117 - Synthesis of DAB4/HEA/LA/MOI (1/10 mole scale) 

[0142] A 1,000 ml four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature 
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sensor and a condenser was charged with 32 g of DAB4, 46 g ot HE A, 96 g of LA and 174 g of ethyl acetate and placed 
in a hot water bath set at 75**C for 3 hours to reflux a mixture, and part of a reaction mixture was sampled and measured 
for 'H-NMR. It was confirmed that a proton peak originated from acryl group had almost disappeared. Then, the tem- 
perature of the hot water bath was decreased to 60*C, and a mbrture containing 62 g of MOI and 62 g of ethyl acetate 
s was added, and further, after 10 to 30 minutes, 0.03 g of tin 2-ethylhexanoate was added. The reaction mixture was 
continuously stirred under heat for 3 to 4 hours, and a point of time when the NCO group characteristic absorption 
(2,270 cm"^) in an IR chart disappeared was taken as a termination point of the reactk>n. Further, the ethyl acetate 
used as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an end product. 

10 Examples 118- 138 



IS 



20 



25 



30 



35 



[0143] A four-necked round-bottomed flask having a stirrer, a nitrogen introducing tube, a temperature sensor and 
a condenser was charged with a polyfunctiona! compound (a) shown in Table 6 and an equivalent weight of ethyl 
acetate, and a solution of 50 % by weight of an actrve-hydrogen-containing (meth)acrylate compound (a-1) in ethyl 
acetate and a solution of 50 % by weight of a n on -functional (meth)acrylate compound (b-1) in ethyl acetate were 
added with stirring. In cases other than a case where HEA is used as a active-hydrogen-containing (meth)acrylate 
compound (a-1), further, methanol in a molar amount equivalent to that of the polyfunctbnal compound (a) was added. 
The thus-prepared mixture was refluxed with a hot water bath at 75'C for 4 hours, and part of a reactkjn mixture was 
sampled and measured for ^ H-NMR to confirm the temiination point of the reaction on the basis of a proton peak 
originated from acryl group. Then, a fractionating column was set between the reactor and the condenser, and while 
the reaction mixture was heated and stirred in a hot water bath at 80** C under atmospheric pressure, the solvent was 
distilled off. Further, a vacuum line was connected through a top portion of the condenser, and the ethyl acetate and 
methanol were completely distilled off by pressure<lecreasing the reaction mixture to 40 mmHg or lower in the hot 
water bath which was temperature-decreased to 70**C. to give a viscous liquid resin. Then, while the temperature of 
the hot water bath was kept at 70''C, ethyl acetate was newly added so as to be NV 50%, and an isocyanate-group- 
containing vinyl compound (c-1 ) was added in a molar amount equivalent to a total molar amount of the (meth)acrylate 
compound (a-1) and the non-functkmal (meth)acrylate compound (b-1). Further, the mixture was diluted with ethyl 
acetate such that the reaction system as a whole had a concentration of 50 %. Further, after 10 minutes, 0.5 % by 
weight, based on the isocyanate-group-containing vinyl compound (c-1 ). of tin 2-ethylhexanoate was added. The mix- 
ture was continuously stirred for 3 hours or nr»ore, and a point of time when the NCO group characteristic absorption 
(2,270 cm-^) in an IR chart disappeared was taken as a termination point of the reactron. Further, the ethyl acetate 
used as a solvent was removed with an evaporator, to give a vinyl-group-containing dendrimer as an end product. 
Table 6 shows the composition of raw materials used for the synthesis of the vinyl-group-containing dendrimer and the 
properties thereof. Further, Table 6 also shows measurement resutis of Comparative Example 10 (ED/HE A/MOl = 
1/4/4) and Comparative Example 11 (a commercially available linear urethane acrylate UV-1700B) which were evalu- 
ated in the same manner. 



Table 6 





Composition of raw 
materials a/a-1/b- 
1/c (Molar ratio) 


Number of vinyl 
groups 


purity % 


Average Molecular 
weight (Mn) 


Viscosity (30*C. 
cps) 


Ex.116 


DAB4/HE/VLA/MOI 
= 1/2/6/2 


2 


94 


2.180 


1,340 


Ex.117 


DAB4/HEA/T_A/MOI 
= 1/4/4/4 


4 


95 


2,259 


2,460 


Ex.1 18 


DAB4/4HB/VLA/ 
MO! = 1/4/4/4 


4 


93 


2,323 


1,485 


Ex.119 


DAB4/4HB/VLA/ 
MOI = 1/6/2/6 


6 


94 


2.456 


2,890 


Ex.120 


DAB4/HE/\/L/\/ 
SyEx.4 = 1/4/4/4 


4 


88 


2.780 


2,360 


Ex.121 


DAB4/4HB/VL/V 
SyEx.6 = 1/4/4/4 


4 


86 


2,732 


1.250 



45 



SO 



55 
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Table 6 ( 


continued) 


5 




Composition ol raw 
materials a/a-1/b- 
1/c (Molar ratio) 


Number ot vinyl 
groups 


purity % 


Average Molecular 
weight (Mn) 


Viscosity (30*0. 
cps) 




Ex.122 


DAB4/4HBA/LA/ 
SyEx.6 = 1/6/2/6 


6 


86 


3.103 


3,460 


10 


Ex.123 


DAB4/4HBA/ 
MPEG9A/SyEx.4 = 

1/6/2/6 


6 


78 


3.362 


3,080 




Ex.124 


DAB4/HEA/ 
MPEG9A/SyEx.6 = 
1/6/2/6 


6 


85 


3.337 


3.900 


IS 


Ex.125 


DAB4/LA/MOI = 

1/6/2 


2 


94 


1,954 


1,510 




Ex.126 


DAB4/PPG6/VB/V 

MOI = 1/4/4/4 


4 


86 


2,774 


430 


20 


Ex.127 


DAB4/PPG6/VEH/V 
SyEx.7 = 1/5/3/5 


5 


76 


5.317 


490 




Ex.128 


DAB4/BA/G201P = 

1/6/2 


2 


98 


1,488 


1,990 


25 


Ex.129 


DAB4/HEA/B/V 
G201P = 1/4/4/2 


2 


96 


1,666 


2.140 




Ex.130 


DAB4/PPG6/VL/V/ 
MOI = 1/6/2/6 


6 


76 


3.369 


2.880 


30 


Ex.131 


DAB4/HE/VBA/LA/ 
MOI = 1/4/2/2/3 


3 


97 


1,575 


1,035 




Ex.132 


DAB8/HEA/LA/MOI 
= 1/4/12/4 


4 


77 


3.714 


1,830 


35 


Ex.133 


DAB8/HE/V/ 
MPEG9A/MOI = 
1/4/12/4 


4 


74 


5.731 


1.260 


40 


Ex.134 


DAB8/HE/V/ 
MPEG9A/MOI = 
1/8/8/8 


8 


90 


2,676 


1.420 




Ex.135 


DABB/4HB/V/B/V/ 
SyEx.4 = 1/8/8/8 


8 


79 


4,569 


3.080 


45 


Ex.136 


DAB8/EH/VG201P 
= 1/8/8 


8 


81 


3,249 


2,300 




Ex.137 


DAB8/PPG6/V 
MPEG9/VSyEx.7 = 
1/12/4/12 


12 


71 


12.073 


2,120 


50 


Ex.138 


DAB8/HE/VBA/L/V 
MOI = 1/8/4/4/6 


6 


91 


2.668 


1,823 




CEx.10 


DAB4/HEA/MOI = 

1/8/8 


8 


92 


2.309 


4.460 


55 


CEx.11 


Linear urethane 
acrytate UV-1700B 






2,000 


22.500 




Ex. = 


= Example, SyEx. = Synthesis Example, CEx. = 


Comparative Example 
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Examples 139 - 161 

[0144] The vinyl-group-containing dendrimers obtained in Examples 116 to 1 38 were applied to four kinds of films 
(substrate size for evaluation; thickness = 20 ^m, width = 5 cm, length = 20 cm) with a #6 bar coater, and the resultant 

s coatings were irradiated with electron beam at various doses (5, 20 and 40 kGy). Table 7 shows the used multi-branched 
compounds, and results of evaluations of curing properties (finger touch test X = tacking, A = no tacking but scratched 
with a finger nail, O = no tacking and free of scratching with a finger nail), properties of adhesk)n to substrate (ratio of 
non-peeling in Cellophane tape peeling test), solvent resistance (remaining ratio determined on the basis of a change 
in weights before and after a rubbing test with MEK was carried out 50 times), curl resistance (evaluated by observatipn 

10 of deformation of substrate film, O = free of curling, A = edges bending, X = film undenwent curling) and abrasion 
resistance of the coatings obtained by the irradiation with electron beam. For reference, a dendrimer having no terminal 
functional group containing active hydrogen (Comparative Example 12) and a commerc'ally available linear urethane 
acrylate UV-1 700B (Comparative Example 13) were evaluated in the same manner as above, and Table 7 also shows 
the results. 

IS 



Table 7 



20 


Ex. 


Composition of 
raw materials 

at or l/D" l/C 


Curability DOSE 
(KGy) 


Adhesion to substrate 


AJK (%) 


BB 


CC 










DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 








2S 


Ex.139 


DAB4/HEA/ 
LA/MOl = 
1/2/6/2 


A 


O 


O 


A 


o 


O 


96 


O 


A 


30 


Ex.140 


DAB4/HE/V 
LA/MOI = 
1/4/4/4 


o 


o 


O 


o 


O 


O 


96 


O 


O 




Ex.141 


DAB4/4HBA/ 
LA/MOI = 
1/4/4/4 


O 


o 


o 


o 


o 


O 


93 


O 


O 


35 


Ex.142 


DAB4/4HB/V 
LA/MOI = 
1/6/2/6 


O 


o 


o 


o 


o 


O 


100 


O 


O 


40 


Ex.143 


DAB4/HE/V 
LA/SyEx.4 = 
1/4/4/4 


o 


o 


o 


o 


o 


O 


97 


O 


O 




Ex.144 


D/VB4/4HB/V/ 
LA/SyEx.6 = 
1/4/4/4 


o 


o 


o 


O 


O 


O 


98 


O 


O 


45 


Ex.145 


DAB4/4HBA/ 

LA/SyEx.6 = 

1/5/2/6 


o 


o 


o 


o 


o 


O 


100 


O 


O 




Ex.146 


DAB4/4HB/\/ 


n 


o 


o 


o 


— O— 


— O — 


94 


— e — 


A 


SO 




MPEG9A/ 
SyEx A = 
1/5/2/6 




















55 


Ex.147 


DAB4/HEA/ 
MPEG9A/ 

SyEx. 6 = 
1/5/2/6 


o 


o 


o 


o 


A 


O 


95 


O 


O 
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Table 7 (continued) 



5 


Ex- 


Composition of 
raw materials 
a/a-1/b-1/c 


Curability DOSE 
(KGy) 


Adhesion to substrate 


AA (%) 


BB 


cc 












DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 








10 


Ex. 148 


DAB4/LA/MOI 
= 1/6/2 


A 


O 


O 


O 


O 


A 


96 


O 


A 


15 


Ex.149 


DAB4/PPG6/K/ 
BA/MOl = 
1/4/4/4 


A 


o 


O 


A 


A 


O 


94 


O 


A 


Ex.150 


DAB4/PPG6/V 
EH/^SyEx.7 = 
1/5/3^5 


O 


o 


O 


A 


O 


o 


97 


o 


O 


20 


Ex.151 


DAB4/BA/ 
G201P = 1/6/2 


A 


o 


O 


A 


O 


o 


92 


o 


A 




Ex.152 


DAB4/HE/V 
BA/G201P = 

1/4/4/2 


A 


o 


O 


O 


o 


o 


97 


o 


A 


25 


Ex.153 


DAB4/PPG6/V 
LA/MOI = 

1/6/2/6 


O 


o 


o 


A 


A 


o 


92 


A 


A 


30 


Ex.154 


DAB4/HEA/ 
BA/LA/MOl = 

1/4/2/2/3 


O 


o 


o 


A 


O 


o 


94 


o 


A 


35 


Ex.155 


DAB8/HE/V 
L/UMOl = 
1/4/12/4 


A 


o 


o 


O 


o 


o 


95 


o 


O 


Ex.156 


DAB8/HEA/ 
MPEG9/VMOI 
= 1/4/12/4 


A 


o 


o 


A 


o 


o 


96 


o 


A 


40 


Ex.157 


DAB8/HE/V/ 
MPEG9A/MOI 
= 1/8/8/8 


O 


o 


o 


O 


o 


o 


94 


o 


O 


45 


Ex.158 


DAB8/4HB/\/ 
B/^SyEx.4 = 
1/8/8/8 


o 


o 


o 


o 


o 


o 


100 


o 


o 


Ex.159 


DAB8/EHA/ 

G201P= 1/8/8 


A 


o 


o 


o 


o 


o 


98 


O 


A 


SO 


Ex.160 


DAB8/PPG6/V 
MPEG9A/SyE 

x.7 = 1/12/4/12 


O 


o 


o 


o 


o 


o 


100 


o 


O 




Ex.161 


DAB8/HEA/ 
BA/LA/MOl = 
1/8/4/4/6 


o 


o 


o 


o 


o 


o 


90 


o 


o 


55 


CEx.12 


DAB4/HE/V 

MOI = 1/8/8 


o 


o 


o 


A 


A 


o 


100 


A 


o 



51 
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Table 7 (continued) 



5 


Ex. 


Composition of 
raw nriate rials 
a/a-1/b-1/c 


Curability CX)SE 
(KGy) 


Adhesion to substrate 


AA(%) 


BB 


CC 












DOSE: 20 KGy 


Substrate: PET, DOSE: 20 
KGy 






(Molar ratio) 


5 


20 


PE 


OPP 


NY 


PET 








10 


CEx.13 


Linear 
urethane 
acrylate UV- 
1700B 


O 


O 


O 


A 


O 


O 


94 


A 


A 


IS 


Ex. = 
sistance 


: Example, SyEx. 


= Synthesis Example, AA: Solvent resistance, BB = Curl resistance. CC; Abrasion re- 



Examples 162-191 



[0145] A curable resin composition was prepared Irom one of the vinyl-group-containing dendrimers (A) obtained in 
Examples 116 to 138 and a polymerizable unsaturated-group-containing compound (B), and Table 8 shows viscosity 
of each of the so-prepared curable resin compositions. Further, the above curable resin compositions were applied to 
four kinds of films (substrate size for evaluation; thickness = 20 ^m, width = 5 cm, length = 20 cm) with a #6 bar coater, 
and the resultant coatings were irradiated with electron beam at various doses (5, 20 and 40 kGy). Table 9 shows the 
used multi-branched compounds, and results of evaluations of curing properties (finger touch test -> X = tacking, A = 
no tacking but scratched with a finger nail, O = no tacking and free of scratching with a finger nail), properties of adhesion 
to substrate (ratio of non-peeling in Cellophane tape peeling test), solvent resistance (remaining ratio determined on 
the basis of a change in weights before and after a rubbing test with MEK was carried out 50 times), curl resistance 
(evaluated by observation of deformation of substrate film, O = free of curling, A = edges bending, X = film underwent 
curling) and abrasion resistance of the coatings obtained by the irradiation with electron beam. For reference, Tables 
8 and 9 also show measurement resutis of Comparative Examples 1 4 and 1 5 (composition containing DAB4/HEA/MOI 
= 1/8/8) and Comparative Examples 16 and 17 (composition containing linear urethane acrylate UV-1700B) which 
were evaluated in the same manner. 



Table 8 



3S 



ss 





Dendrinrier (A) 


Compound (B) 


MB Weight ratio 


Viscosity 30' C. 10-/s 


Ex.162 


Ex. 116 


TPGDA 


3/7 


49.4 


Ex.163 


Ex. 117 


PEG9DA 


srr 


128.3 


Ex.164 


Ex. 117 


NODA 


3/7 


41.8 


Ex.165 


Ex. 117 


TPGDA 


3/7 


59.3 


Ex.166 


Ex. 117 


BP4EA 


3/7 


1,899.3 


Ex.167 


Ex. 117 


TMPT3EO 


3/7 


160.9 


Ex.166 


Ex. 117 


DPHA 


3/7 


4,041.7 


Ex.169 


Ex. 118 


TPGDA 


3/7 


50.9 


Ex.170 


Ex. 119 


TPGDA 


3/7 


fiPP 


Ex.171 


Ex. 119 


TPGDA 


5/5 


186.2 


Ex.172 


Ex. 119 


TPGDA 


7/3 


557.7 


Ex.173 


Ex. 120 


TPGDA 


3/7 


58.5 


Ex.174 


Ex. 121 


TPGDA 


3/7 


48.4 


Ex.175 


Ex. 122 


TPGDA 


3/7 


65.6 


Ex.176 


Ex. 123 


TPGDA 




63.4 
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Table S (continued) 



5 



10 



IS 





Dendrimer (A) 


Compound (B) 


A/B Weight ratio 


Viscosity 30"C. 10-/s 


Ex.177 


Ex. 124 


TPGDA 


srr 


68.0 


Ex.178 


Ex. 125 


TPGDA 


srr 


51.2 


Ex.179 


Ex. 126 


TPGDA 


3/7 


35.1 


Ex.180 


Ex. 127 


TPGDA 


3/7 


36.5 


Ex.181 


Ex. 128 


TPGDA 


3/7 


55.6 


Ex.182 


Ex. 129 


TPGDA 


3/7 


56.8 


Ex.183 


Ex. 130 


TPGDA 


3/7 


62.1 


Ex.184 


Ex. 131 


TPGDA 


3/7 


45.7 


Ex.185 


Ex. 132 


TPGDA 


3/7 


54.2 


Ex.186 


Ex. 133 


TPGDA 


3/7 


48.5 


Ex.187 


Ex. 134 


TPGDA 


3/7 


50.2 


Ex.188 


Ex. 135 


TPGDA 


3/7 


63.4 


Ex.189 


Ex. 136 


TPGDA 


3/7 


58.1 


Ex.190 


Ex. 137 


TPGDA 


3/7 


56.7 


Ex.191 


Ex. 138 


TPGDA 


3/7 


54.2 


CEx.14 


CEx. 10 


TPGDA 


3/7 


70.8 


CEx.15 


CEx. 11 


TPGDA 


3/7 


575.5 


CEx.16 


CEx. 10 


PEG9DA 


3/7 


153.4 


CEx.17 


CEx. 11 


PEG9DA 


3/7 


1,246.5 


Ex. = Example, CEx. = Comparative Example 



Table 9 





Dendrimer (A)/ 
Compound (B) 
Composition 


A/B Weight ratio 


Curability (KGy) 


Adhesion to substrate 


AA 


BB 


5 


20 


PE 


OPP 


NY 


PET 


Ex.162 


EX.116/TPGDA 


3/7 


A 


o 


O 


o 


O 


O 


91 


A 


Ex.163 


EX.117/PEG9DA 


3/7 


O 


o 


O 


o 


O 


O 


99 


O 


Ex.164 


EX.117/NODA 


3/7 


o 


o 


O 


o 


o 


O 


96 


O 


Ex.165 


EX.117/TPGDA 


3/7 


o 


o 


o 


o 


o 


O 


98 


o 


Ex.166 


EX.117/BP4EA 


3/7 


o 


o 


o 


o 


o 


O 


94 


A 


Ex.167 


EX.117/TMPT3EO 


3/7 


o 


o 


o 


o 


o 


O 


91 


O 


Ex.168 


EX.117DPHA 


3/7 


o 


o 


o 


o 


A 


o 


100 


O 


Ex.169 


EX.118/TPGDA 


3/7 


o 


o 


o 


o 


O 


o 


95 


O 


Ex.170 


EX.119/TPGDA 


3/7 


o 


o 


o 


o 


O 


o 


97 


O 


Ex.171 


EX.119/TPGDA 


5/5 


o 


o 


o 


o 


O 


o 


99 


O 


Ex.172 


Ex.119/rPGDA 


7/3 


o 


o 


o 


o 


O 


o 


98 


O 


Ex.173 


EX.120/TPGDA 


3/7 


o 


o 


o 


A 


O 


o 


92 


o 
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Table 9 (continued) 



5 




Dendrimer (A)/ 
Compound (B) 
Composition 


A/B Weight ratio 


Curability (KGy) 


Adhesion to substrate 


AA 


BB 










5 




DC 




Kt\/ 

NY 


OCT 








Ex.174 


EX.121/TPGDA 


3/7 


D 


KJ 


D 




\J 




91 


O 




Ex.175 


EX.122/TPGDA 




f-\ 
D 


L> 


/— \ 
LJ 


(J 


D 




90 


O 


10 


Ex.176 


Ex.123n"PGDA 


sr? 


O 


o 


y-\ 
CJ 


D 


O 


o 


94 


o 




Ex.177 


EX.124/TPGDA 


3/7 


O 


o 


O 


A 


O 


o 


95 


o 




Ex.178 


EX.125/TPGDA 


3/7 


A 


o 


O 


o 


o 


o 


90 


o 


IS 


Ex.179 


EX.126/TPGDA 


3n 


O 


o 


O 


o 


o 


o 


98 


o 




Ex.180 


EX.127/TPGDA 


3/7 


o 


o 


o 


o 


o 


o 


95 


o 




Ex.181 


EX.128/TPGDA 


sn 


o 


o 


o 


A 


o 


o 


95 


o 




Ex.182 


EX.129/TPGDA 


3/7 


A 


o 


o 


o 


o 


o 


89 


A 


20 


Ex.183 


EX.130/TPGDA 


3/7 


O 


o 


o 


o 


o 


o 


92 


o 




Ex.184 


EX.131/TPGDA 


3/7 


A 


o 


o 


A 


o 


o 


90 


o 




Ex.185 


Ex.132n"PGDA 


3/7 


O 


o 


o 


O 


o 


o 


91 


o 


SS 


Ex.186 


Ex.l33nrPGDA 


3/7 


O 


o 


o 


o 


o 


o 


90 


o 




Ex.187 


EX.134/TPGDA 


3/7 


o 


o 


o 


o 


o 


o 


95 


o 




Ex.188 


EX.135/TPGDA 


3/7 


o 


o 


o 


o 


o 


o 


100 


o 


30 


Ex.189 


EX.136/TPGDA 


3/7 


o 


o 


o 


o 


A 


o 


99 


o 


Ex.190 


EX.137/TPGDA 


3/7 


o 


o 


o 


o 


o 


o 


98 


o 




Ex.191 


EX.138/TPGDA 


3/7 


o 


o 


o 


o 


o 


o 


98 


o 




CEx.14 


CEx.lO/TPGDA 


3/7 


o 


o 


o 


A 


A 


o 


99 


o 


35 


CEx.15 


CEx.llATPGDA 


3/7 


o 


o 


o 


o 


A 


o 


91 


A 




CEx.16 


CEX.10/PEG9DA 


3/7 


o 


o 


o 


A 


A 


o 


100 


o 




CEx.17 


CEx.11/PEG9DA 


3/7 


o 


o 


o 


O 


A 


o 


92 


A 



[01 46] In the dendrimer of the invention, the branching portions and/or the core portion typically have from 1 to 1 00 
atoms. They typically have a molecular weight of 1 ,000 or less. They typically comprise carbon, hydrogen, phosphorus 
and/or silicon atoms and may comprise one or more, for example one, two, three, four or five, heteroatoms. typically 
selected from nitrogen, oxygen and sulphur. The branching portions and/or the core portion typically have a maximum 
valency of eight. 

[01 47] The branches in the dendrimer of the invention are the same or different and are typically a straight or branched 
chain, for example a hydrocarbon chain, having a molecular weight of 10,000 or less. 

[0148] In the dendrimer of the invention, typically 95% or less of the terminal groups are vinyl groups. Preferably 
from 10 to 95%, more preferably 20 to 80%. of the total number of terminal groups are vinyl groups. 
i0f4^ — W h e n the de n d i ime i of tf le inv entronls'a regotartfendrlmer, it typically nas irom i to TO generations, preferably 
from 1 to 5 generations, more preferably from 1 to 3 generations. 

[01 50] As used herein, a first generation dendrimer is one having a core portion bonded only to branching portions 
("first generation branching portions'), each of which is bonded only to the core p>ortion and to terminal portions. A 
second generation dendrimer is one in which the core portion is bonded only to first generation branching portions, 
each first generation branching portion is bonded only to the core portion and to further branching portions ("second 
generation branching portions") and each second generation branching portion is bonded only a first generation branch- 
ing portion and to terminal portions. 

[0151] In a dendrimer having n generations, the core portion is bonded only to first generation blanching portions, 
the n generation branching portions are bonded only to the (n-1 ) generation branching portions and to terminal portions. 
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and the remaining branching portions are bonded only to other branching portions. An n generation branching portion 
is one that is bonded to the core portion via (n-1 ) branching portions. 

[01 52] When the terminal groups of the said polyf unctional compound (a) are other than amino groups, the said long- 
chain group containing compound (b) typically contains, as functional group reactable with an active hydrogen atom, 
an isocyanate group, a glycidyl group or a carboxyl group. Thus, in such circumstances, the said compound (b) can 
be. for example, 0=C=N-R5, HOgCCHaNHRs or HO2CR5, wherein R5 is as defined above. 

Claims ' 

1. A vinyl-group-containing dendrimer comprising: a core portion; at least one branching portion; and at least 4 ter- 
minal portions, each terminal portion being bonded, via a branch, to one of the branching portions or to the core 
portion, and at least one branching portion being bonded, via a branch, to the core portion, wherein the dendrimer 
contains, as terminal portions: 

at least one vinyl group; and 

at least one long-chain group selected from groups of the formulae (1 -1 ). ( 1 -2) and (1-3) or at least one active- 
hydrogen-containing group selected from groups of formulae (2-1) to (2-5), 

-C„H2,r' (1-1) 

(CxH2xO)n.R^ (1-2) 

-CyH2yO (C0C^H2^0),R^ (1-3) 

wherein Ri is a phenyl group or a hydrogen atom, n is an integer of 4 to 25, x is an integer of 1 to 6, 
is a phenyl group or a 0^-022 group, y is an integer of 2 to 22, z is an integer of 2 to 15, m is an integer 
of 1 to 25 and k is an integer of 1 to 20, 

-NHR^ (2-1) 
wherein R^ is a hydrogen atom or a C^-Cs alkyi group 

-COOH (2-2) 



-OH (2-3) 

45 -Si(OR'*)3,j,(OH)^ (2-4) 

wherein is a C^-Cs alkyI group or a phenyl group and h is an integer of 1 to 3. 

so -P=0(0H)2 (2-5) 

2. A dendrimer according to claim 1 , wherein at least one of said at least one branching portion is bonded, via a 
branch, to a further branching portion. 



3. A dendrimer according to claim 1 or 2, wherein at least one of the branching and core portions is at least trivalent. 

4. A dendrimer according to any one of the preceding claims, in which each branch has at least 4 atoms. 
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5. A dendrimer according to any one of the preceding clainns, which is obtainable by reacting a polyfunctional com- 
pound (a) having at least five active-hydrogen-containing groups, at least three of which being terminal groups, 
with a long-chain-group-containing compound (b) having a functional group reactable with an active hydrogen 
atom, to obtain thereby a long-chain-group-containing multi-branched compound (X) containing at least one active 
5 hydrogen atom, and reacting the thus obtained compound (X) with a vinyl-group-containing compound (c) having 

a functional group reactable with an active hydrogen atom. 



10 



A dendrimer according to claim 5, wherein compound (c) is reacted with at least one but rK>t more than 95% of the 
total of the active hydrogen atoms of the compound (X). 

A dendrimer according to claim 5, wherein the compound (c) is reacted with at least one but not more than 95% 
of the total of the active hydrogen atoms of the compound (a). 



8. A dendrimer according to any one of claims 5 to 7, wherein the polyfunctional compound (a) is a dendrimer having 
a core portion, at least four terminal portions and, optionally, one or more branching portions, each terminal portion 
being bonded, via a branch, to one of the branching portions or to the core portion and, if one or more branching 
portion is present, at least one branching portion being bonded, via a branch, to the core portion, 
and wherein the dendrimer has 6 to 128 active hydrogen atoms. 



20 9. A dendrimer according to claim 8 wherein, in the polyfunctional compound (a), the terminal portions are identical 
and are selected from amino groups, hydroxyl groups and carboxyl groups. 



es 



10. A dendrimer according to claim 8 or 9, wherein the polyfunctional compound (a) is a polyamino dendrimer con- 
taining a primary or secondary amino group. 

11. A dendrimer according to claim 10. wherein the polyfunctional compound (a) is a polyamino dendrimer of the 
formula (i) or (ii). 



30 



3S 



HgN- 



-NH2 



4-C&scade: 1 .4-Diaminobulanc(4]:propylam>ne 



0) 



40 



4S 



(ii> 



SO 



8-Cascade: t ,-l-DiBminobutancl4):( I -aiabuiylidcnoVopytan^ine 



12. A dendrimer according to any one of the preceding claims, which is obtainable by reacting a polyamino dendrimer, 
as defined in claim 10, with a mixture of an actrve-hydrogen-containing (meth)acrylate compound (a-1) with a non- 
functional (meth)acrylate compound (b-1) of the general formula (3), to form, by a Michael addition reaction, a 
multi-branched compound (X-1) and reacting the thus obtained compound (X-1) with an Isocyanate-group-con- 
taining vinyl compound (c-1). 
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CH2=C(R^)CCX)-R^ 



(3) 



wherein is a hydrogen atom or methyl. RS is -C„H2n+i, -(CxH2xO)„R2 or -CyH2yO(COC2H220)kR2. R^ Is 
5 a phenyl group or C1-C22 alkyi group, n is an integer of 4 to 25, x is an integer of 1 to 6, y is an integer of 2 to 22, 

z is an integer of 2 to 15, m is an integer of 1 to 25, and k is an integer of 1 to 20. 

13. A dendrimer according to claim 12. wherein the molar ratio (a-1):(b*1) in the said mixture is from 1:99 to 99:1. 

10 14. A dendrimer according to any one of the preceding claims, wherein the dendrimer is in a liquid state and has a 
number average nrK)lecular weight of 200 to 100,000 and a viscosity, measured at of 100.000 cps or less. 

15. A curable composition comprising: 

(A) 5 to 99% by weight of a vinyl-group-containing dendrimer as defined in any one of claims 1 to 14; and 

(B) 1 to 95% by weight of a polymerizable unsaturated-group-containing compound other than the said vinyl- 
group-containing dendrimer (A). 

16. A composition according to claim 15, wherein the compound (B) is a (meth)acrylate compound. 

20 

17. Acompositbn according to claim 15 or 16, wherein the compound (B) has a viscosity, measured at 30'C, of 10,000 
cps or less and a number average molecular weight of 2,000 or less. 

1 8. A composition according to any one of claims 1 5 to 1 7, wherein the composition has a viscosity, measured at 30**C, 
^5 of 10 to 50,000 cps. 

19. A composition according to any one of claims 15 to 18. which is radiation-curable. 

20. A curable ink containing a curable resin composition as defined in any one of claims 15 to 1 9. 

30 

21. A coating composition containing a curable composition as defined in any one of claims 15 to 19. 



40 
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a miniiBum-size dendoriner 

'^S^ numbers of branches bonding to a core ; 3 

number of branching portions ; 1 
numbers of branches ; 5 
nubbers of terminal portions ; 4 



a standard-size dendorimer 



numbers of branches bonding to a core ; 4 
numbers of branching portions ; 4 
numbers of branches ; 12 
nubbers of terminal portions ; 8 




a terminal portion 
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<a third generation dendoriner> 

a core portion 

a branching portion 

a branch 

a terminal portion 

nujnbers of branches bonding to a core ; 4 
numbers of branching portions ; 12 
numbers of branches ; 28 
nubbers of terminal portions ; 16 
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